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(54) GRAFT COPOLYMER PARTICLES AND THERMOPLASTIC RESIN COMPOSITIONS 

(57) There is provided graft copolymer particles pre- 
pared by graft-polymerizing a vinyl monomer to a coag- 
glomerated rubber, wherein said rubber is prepared by 
coagglomerating rubber particles of mixed latexes 
obtained by mixing (A) a silicone rubber latex with (B) an 
acrylic rubber latex and/or a conjugated diene rubber 
latex in such an amount as a silicone content is from 1 
to 90 % by weight based on the total rubber component. 
A physical property of a thermoplastic resin is improved 
using the graft copolymer particles. The thermoplastic 
resin composition using the graft copolymer particles is 
excellent in impact resistance, weather resistance, 
processability, thermal discoloration resistance and 
appearance of molded products. 
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Description 
TECHNICAL FIELD 

5 [0001 ] The present invention relates to graft copolymer particles which are prepared by using a coagglomerated rub- 
ber containing a silicone rubber, and a thermoplastic resin composition excellent in impact resistance, weather resist- 
ance, processability, thermal discoloration resistance and appearance of molded products. 

BACKGROUND OF ART 

10 

[0002] Enhancement of impact resistance of a thermoplastic resin composition has been hitherto made widely by 
blending particles of a graft copolymer containing a rubber component with the thermoplastic resin. 
[0003] As the rubber component, it is said that the use of a rubber component having glass transition temperature 
(Tg) of as low as possible is advantageous for exhibiting an impact resistance. In fact, a thermoplastic resin composition 

is incorporated with a graft copolymer containing a polybutadiene rubber component having a low Tg of about -80°C, for 
example, acrylonitrile/butadiene/styrene copolymer (ABS resin), is more excellent in impact resistance than a thermo- 
plastic resin composition incorporated with a poly(butyl acrylate) rubber component having a Tg of about -50°C. 
[0004J In viewpoint of low Tg of rubber, Tg of a polyorganosiloxane (hereinafter also referred to as "silicone") rubber, 
for example, a polydimethyisiioxane rubber, is about -1 20°C and therefore it is expected to exhibit higher impact resist- 

20 ance, if graft copolymer particles containing a silicone rubber component can be employed, compared to those contain- 
ing a polybutadiene rubber component., 

[0005] Also, a silicone rubber is advantageous since a silicone rubber is more excellent in weather resistance than a 
poly(butyl acrylate) rubber and a polybutadiene rubber. 

[0006] In view of these matter, recently it has been widely investigated to employ graft copolymer particles prepared 
25 from a silicone rubber or a composite rubber containing a silicone rubber. 

[0007] For example, Japanese Unexamined Patent Publication No. 10081 2/1 992 discloses the use of graft copolymer 
particles which are prepared by graft-polymerizing a vinyl monomer to a composite rubber having such a structure that 
a silicone rubber component and a poly(alkyl (meth)acrylate) rubber component are entangled so as not to be sepa- 
rated from each other. 

30 [0008] Japanese Unexamined Patent Publication No. 239015/1992 discloses the use of graft copolymer particles 
which are prepared by graft-polymerizing a vinyl monomer to a composite rubber having such a structure that a silicone 
rubber component and a conjugated butadiene rubber component are entangled so as not to be separated from each 
other. 

[0009] However, even in the case that graft copolymer particles containing the above-mentioned composite rubber is 
35 employed as an impact modifier, the effect for improving impact resistance of thermoplastic resins is still unsatisfactory, 
and a problem is to develop an impact modifier for exhibiting higher impact resistance especially at low temperature. 
Additionally, another problem is that a method for preparing the above-mentioned composite rubber requires a long time 
to obtain some kinds of composite rubbers having different silicone rubber content and is inferior in productivity. 

40 DISCLOSURE OF INVENTION 

[0010] It has been found that novel graft copolymer particles containing silicone rubber can be prepared and graft 
copolymer particles having varied silicone rubber contents can be easily prepared, by graft-polymerizing a vinyl mono- 
mer onto a coagglomerated rubber of enhanced particle size which is prepared by coagglomerating a mixed latex 
45 obtained by mixing a silicone rubber latex having a low Tg and excellent in mold releasing property with an acrylic rub- 
ber latex and/or a conjugated dene rubber latex, and that a thermoplastic resin composition wherein the above-men- 
tioned graft copolymer particles are incorporated into a thermoplastic resin is not only extremely excellent in impact 
resistance but also excellent in weather resistance, processability, appearance of molded products. 
[001 1 ] Namely, the present invention relates to 

50 

(1) Graft copolymer particles prepared by graft-polymerizing a vinyl monomer to a coagglomerated rubber of 
enhanced particle size, wherein said rubber of enhanced particle size is prepared to enhance particle size by coag- 
glomerating rubber particles of a mixed latex obtained by mixing (A) a silicone rubber latex with (B) at least one 
latex selected from the group of an acrylic rubber latex and a conjugated diene rubber latex in such an amount that 

55 a silicone content is from 1 to 90 % by weight (hereinafter referred to as "%") based on the total rubber component, 

(2) the graft copolymer particles of the above (1), wherein said coagglomerated rubber of enhanced particle size is 
prepared by adding from 0.1 to 15 parts by weight(hereinafter referred to as "parts") of a latex of a copolymer hav- 
ing an acid functional group (solid basis) to 100 parts of said mixed latex (solid basis) , thereby coagglomerating 
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said mixed latex, in which said latex of a copolymer having an acid functional group is prepared by copolymerizing 
from 1 to 30 % of an unsaturated acid monomer, from 35 to 99 % of a (meth)acrylate monomer and from 0 to 35 % 
of another monomer copolymerizable thereto, 

(3) the graft copolymer particles of the above (1 ). wherein said silicone latex (A) is at least one rubber latex selected 
from the group consisting of a silicone rubber latex and a latex of a composite rubber comprising a silicone rubber 
and an acrylic rubber, 

(4) the graft copolymer particles of the above (1), (2) or (3), wherein said vinyl monomer is at least one monomer 
selected from the group consisting of an aromatic vinyl monomer, a vinyl cyanide monomer, a vinyl halide mono- 
mer, a (meth)acrylic acid monomer and a (meth)acrylate monomer, 

(5) a thermoplastic resin composition comprising 1 to 150 parts of said graft copolymer particles of the above 
(1),(2),(3) or (4) and 100 parts of a thermoplastic resin, and 

(6) the thermoplastic resin composition of Claim 5, wherein said thermoplastic resin is at least one resin selected 
from the group consisting of polyvinyl chloride), polystyrene, styrene-acrylonitrile copolymer, styrene-acrylonitrile- 
N-phenylmaleimide copolymer, a-methylstyrene-acrylonitrile copolymer, poly(methyl methacrylate), methyl meth- 
acrylate-styrene copolymer, polycarbonate, polyamide, polyester, ABS resin, AAS resin, AES resin and poly(phe- 
nylene ether)-polystyrene composite resin. 

BEST MODE FOR CARRYING OUT THE INVENTION 

[001 2] The graft copolymer particles of the present invention are graft copolymer particles prepared by graft-polym- 
erizing a vinyl monomer to a coagglomerated rubber which is prepared by coagglomerating mixed latex obtained by 
mixing (A) a silicone rubber latex with (B) an acrylic rubber latex and/or a conjugated diene rubber latex. 
[0013] The silicone rubber contained in the above-mentioned coagglomerated rubber is a component employed to 
facilitate interfacial peeling off by incorporating a silicone rubber excellent in mold releasing property into the coagglom- 
erated rubber and, on the other hand, the acrylic rubber and/or the conjugated diene rubber is a component employed 
to provide a silicone rubber with an interface with a different kind of a rubber. 

[0014] The vinyl monomer graft-copolymerized to the above-mentioned coagglomerated rubber is a component 
employed, in the case of incorporating graft copolymer particles with a thermoplastic resin, to enhance compatibility of 
the graft copolymer particles with the thermoplastic resin and to uniformly disperse the graft copolymer particles into 
the thermoplastic resin. 

[001 5] Recently, it has been considered that a rubber component advantageous for improving impact resistance of a 
thermoplastic resin has not only a low Tg but also a capability of quickly relaxing a stress concentrated, when receiving 
an impact, in the rubber particles by producing voids in the rubber. Accordingly, it is considered that a coagglomerated 
rubber containing silicone rubber particles which is excellent in mold releasing property reveals an excellent impact 
resistance based on that the coagglomerated rubber relaxes the stress concentrated, when receiving an impact, in rub- 
ber particles by formation of voids resulting from interfacial peeling off between the silicone rubber particles and the 
other rubber particles. "Therefore, the characteristic of the present invention of revealing high impact resistance cannot 
be obtained in the case of using graft copolymer particles only using a rubber prepared by agglomerating only an acrylic 
rubber latex and/or a conjugated diene rubber latex (B) f namely, an agglomerated rubber prepared from acrylic rubber 
particles, an agglomerated rubber prepared from conjugated diene rubber particles or a coagglomerated rubber pre- 
pared from acrylic rubber particles and a conjugated diene rubber particles. 

[001 6] The silicone rubber in the present invention includes a polyorganosiloxane having rubber elasticity i.e., a con- 
ventional silicone rubber, a composite rubber wherein the silicone rubber and an organic rubber containing no silicone 
segment (for example, an acrylic rubber, a butadiene rubber etc.) are chemically bonded, a composite rubber wherein 
the silicone rubber and an organic rubber containing no silicone segment are entangled with each other, an organic rub- 
ber containing a silicone segment, and the like. 

[001 7] The above-mentioned silicone rubber latex (A) employed in the present invention encompasses not only a sil- 
icone rubber latex, but also a latex of a composite rubber comprising a silicone rubber and another rubber such as an 
acrylic rubber or a conjugated diene rubber. Any latex of a rubber can be employed without particular limitation as long 
as it has an expectation of reducing impact, when receiving impact, by producing voids resulting from interfacial peeling 
of a silicone rubber contained in a coagglomerated rubber. Among those, a silicone rubber latex and a latex of a com- 
posite rubber comprising a silicone rubber and an acrylic rubber are preferable from the viewpoint of easy preparation. 
[0018] The term "acrylic" in the above-mentioned acrylic rubber means that the content of units derived from a 
(meth)acrylic monomer in the rubber is at least 50%, particularly at least 60 %. 

[001 9] The term "conjugated diene" in the above-mentioned conjugated diene rubber means that the content of units 
derived from a conjugated diene monomer in the rubber is at least 50%, particularly at least 60 %, same as the term 
"acrylic". 

[0020] The average particle size of the silicone rubber particles contained in the above-mentioned silicone rubber 
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latex (A) is preferably from 20 to 200 nm, particularly from 20 to 150 nm, from the viewpoint that it is easy to coagglom- 
erate the particles and the other rubber particles according to the coagglomeration process as described later. 
[0021 J The content of an insoluble portion in a solvent in the above-mentioned silicone rubber particles (gel content: 
weight percentage of an insoluble portion in toluene which is measured by immersing a sample in toluene at room tern- 
5 perature for 24 hours and then by centrifuging at 12000 rpm for one hour) is from 0 to 100 %. Preferably it is from 0 to 
40 % or from 60 to 100 % from the viewpoint of revealing impact resistance. 

[0022] The content of a silicone component in the above-mentioned silicone rubber particles is not particularly limited 
as long as the silicone content in an obtainable coagglomerated rubber is within a predetermined content range. The 
content is preferably at least 50 %, particularly at least 60 % from the viewpoint of revealing impact resistance. The 

10 upper limit thereof is 100 %. 

[0023] Examples of the above-mentioned silicone rubber are, for example, a dimethylsiloxane rubber, a composite 
rubber having a chemical bond between a butyl acrylate rubber and a dimethylsiloxane rubber, a composite rubber 
wherein a butyl acrylate rubber and a dimethylsiloxane rubber are entangled with each other, a composite rubber hav- 
ing a chemical bond between a butadiene rubber and a dimethylsiloxane rubber, a composite rubber wherein a butadi- 

15 ene rubber and a dimethylsiloxane rubber are entangled with each other, and the like. Among those, a dimethylsiloxane 
rubber and a composite rubber comprising a butyl acrylate rubber and a dimethylsiloxane rubber are preferable from 
the viewpoint of good weather resistance and easy preparation. 

[0024] The concentration of solid component (measured after drying at 1 20°C for 1 hour) of the silicone rubber latex 
(A) is usually from 10 to 50 %, preferably from 20 to 40 %, from the viewpoint that it is easy to control the particle diam- 
20 eter in the coagglomeration process as described later. Further, the pH of the latex is preferably from 5 to 1 1 , particu- 
larly from 6 to 10. 

[0025] The silicone rubber latex (A) can be prepared by polymerizing, for example, an organosiloxane, and, if neces- 
sary, a crosslinking agent, a graft-linking agent and other organosilanes by a known method (for example, methods 
described in USP 2891 920 and 3294725) . 

25 [0026] The above-mentioned organosiloxane is a component composing the main structure of the silicone rubber 
chain, and those having a straight chain or a cyclic chain can be employed. Among those, a cyclic organosiloxane is 
often employed from the viewpoint of applicability to an emulsion polymerization system and from economical point of 
view. Examples of the cyclic organosiloxane are, for example, those having six- to twelve-membered ring such as hex- 
amethylcyclotrisiloxane, octamethylcyclotetrasiloxane, decamethylcyclopentasiloxane, dodecamethylcyclohexasi- 

30 loxane, trimethyltriphenylcyclotrisiloxane, tetramethyrtetraphenylcyclotetrasiloxane, octaphenylcyclotetrasiloxane and 
the like. 

[0027] These may be employed solely or in combination of two or more thereof. Among those, those having phenyl 

group are employed to control revealing of impact resistance by giving compatibility with the component (B). 

[0028] The above-mentioned crosslinking agent is a component to introduce a crosslinking structure into the silicone 

35 rubber by being copdymerized with the organosiloxane in order to reveal a rubber elasticity. Examples thereof are, for 
example, a three- or four-functional silane compound such as tetramethoxysilane, tetraethoxysilane, triethoxymethylsi- 
lane, triethoxyethylsilane, butyttrimethoxysilane, propyrtrimethoxysilane or octyrtrimethoxysilane. These may be 
employed solely or in combination of two or more thereof. Among those, the silane compounds having a monovalent 
hydrocarbon group of 2 to 8 carbon atoms are employed to impart a compatibility with the component (B) to thereby 

40 control revealation of impact resistance. 

[0029] The above-mentioned graft-linking agent is a reactive silane compound having a polymerizable unsaturated 
bond or mercapto group in its molecule, an organosiloxane having a polymerizable unsaturated bond or mercapto 
group in its molecule, or the like, and this agent is a component to introduce a polymerizable unsaturated bond or mer- 
capto group into a side chain and/or an end of a copolymer by copolymerizing it with the above-mentioned organosi- 

45 loxane, the above-mentioned crosslinking agent, etc. The polymerizable unsaturated bond or the mercapto group 
serves as an active site to graft a vinyl monomer which is graft-copolymerized to the coagglomerated rubber employed 
in the present invention. The polymerizable unsaturated bond or the mercapto group also serves as a cross-linking site 
in the case of carrying out a radical reaction using a radical polymerization initiator. Even in the case of cross-linking by 
radical reaction, graft-copolymerization can be carried out because a part of those remains as an active site for grafting. 

so [0030] Eaxmples of the above-mentioned reactive silane compound having a polymerizable unsaturated bond in its 
molecule are, for example, a reactive silane compound represented by the formula (1): 
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20 



25 



30 



40. 



R 2 a 



CH^CR^COO-^CHg^-Si-Xo.a) CD 



io wherein R 1 is hydrogen atom or methyl group, R 2 is a monovalent hydrocarbon group having 1 to 6 carbon atoms, X is 
an alkoxy group having 1 to 6 carbon atoms, a is 0, 1 or 2, p is an integer of 1 to 6; a reactive silane compound repre- 
sented by the formula (2): 



« R 2 a 



CH 2 =CH^Q4CH 2 V-Si-X ( 3_ a) 



(2) 



wherein R 2 , X, a and p are the same as defined in the formula (1); a reactive silicone compound represented by the 
formula (3): 

I 

CH 2 = CH Si - X (3 - a) (3) 



wherein R 2 ,X and a are the same as defined in the formula (1); a reactive silane compound represented by the formula 
35 (4): 



CH 2 = CH 




(4) 



45 wherein R 2 t X and a are the same as defined in the formula (1) and R 3 is a divalent hydrocarbon group having 1 to 6 
carbon atoms; and the like. 

[0031 ] Examples of R 2 in the formulas (1) to (4) are, for example, an aikyl group having 1 to 6 carbon atoms such as 
methyl group, ethyl group or propyl group, phenyl group and the like. Examples of X are, for example, an alkoxy group 
having 1 to 6 carbon atoms such as methoxy group, ethoxy group, propoxy group or butoxy group, and the like. Exam- 
50 pies of R 3 in the formula (4) are an alkylene group having 1 to 6 carbon atoms such as methylene group, ethylene group, 
trimethylene group, propylene group or tetramethylene group, and the like. 

[0032] Examples of the reactive silane compound represented by the formula (1) are, for example, p-methacryloy- 
loxyethyldimethoxymethylsilane, rmethacryloyloxypropyldimethoxymethylsilane, rmethacryloyloxypropyltrimeth- 
oxysilane, Y-methacryloyloxypropyldimethylmethoxysilane, rmethacryloyloxypropyltriethoxysilane, y- 
55 methacryloyloxypropyldiethoxymethylsilane, Y™tfhacryloyloxypropyltripropoxysilane, rmethacryloyloxypropyldipro- 
poxymethyisilane and the like. Examples of the reactive silane compound represented by the formula (2) are, for exam- 
ple, p-vinylphenyldimethoxymethylsilane, p-vinylphenyltrimethoxysilane, p-vinylphenyltriethoxysilane, p- 
vinylphenyfdiethoxymethylsilane and the like. Examples of the reactive silane compound represented by the formula (3) 
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are, for example, vinylmethyldimethoxysilane, vinylmethyldiethoxysilane. vinyltrimethoxysilane, vinyltriethoxysilane and 
the like. Examples of the reactive silane compound represented by the formula (4) are, for example, allylmethyldimeth- 
oxysialne allylmethyldiethoxysilane. allyltrimethoxysilane, allyltriethoxysilane and the like. Among those, the monomers 
represented by the formulas (1) and (2) are preferably employed from the viewpoint of economical efficiency and reac- 
tivity. 

[0033] Examples of the reactive silane compound having mercapto group in its molecule are, for example, a reactive 
silane compound represented by the formula (5): 




HS-R 4 -Si-X {3 - a) (5) 



wherein R 2 , a and X are the same as defined above and R 4 is a divalent organic group such as an alkylene group hav- 
ing 1 to 18 carbon atoms, and the like. Examples of the alkylene group are, for example, methylene group, ethylene 
group, trimethylene group, propylene group, tetramethylene group and the like. 

[0034] Examples of the reactive silane compound represented by the formula (5) are, for example, mercaptopropytt- 
rimethoxysilane, mercaptopropyldimethoxymethylsilane and the like. 

[0035] In addition, as a graft-linking agent, there can be also employed a cyclic siloxane having an unsaturated bond 
or mercapto group in its molecule, for example, tetravinyl tetramethylcyclotetrasiloxane, tetramethacryloyloxypropyitet- 
ramethylcyclotetrasiloxane, tetramercaptopropyltetramethylcydotetrasilcxane and the like. 

[0036] When the reactive silane compound is trialkoxysilane type, it can be employed as a graft-linking agent and a 
crosslinking agent 

[0037] The organosilanes other than the above-mentioned cross linking agent and the above-mentioned graft-linking 
agent are employed to give an affinity with the component (B), and an example thereof is an organosilane having a 
structural unit represented by the formula (6): 

R 5 
I 

-Si-O- (6) 



wherein R 5 and R 6 are a monovalent hydrocarbon group having 1 to 10 carbon atoms such as methyl group, ethyl 
group, propyl group or phenyl group, and R 5 and R 6 may be the same or different as long as both R 5 and R 6 are not 
methyl group at the same time. Examples of the organosilane having a structural unit represented by the formula (6) 
are, for example, methyfoutyldimethoxysilane, dibutyldimethoxysilane, methyioctyldimethoxysilane. phenylmethyid- 
imethoxysilane, diphenyldimethoxysilane, butyltrimethcxysilane, propyHrimethoxysilane, octyltrimethcocysilane and the 
like. These may be employed solely or in combination of two or more thereof. If the organosilane having a structural unit 
represented by the formula (6) is employed as an organosilane, a crosslinking agent and a graft-linking agent, there is 
no need to employ this organosilane. 

[0038] The amounts of the organosiloxane, the crosslinking agent, the graft-linking agent and the other organosilane 
are selected so that the contents thereof in the silicone rubber of the latex (A) are usually from 70 to 99.9 %, preferably 
from 85 to 99.5 %, for the organosiloxane, from 0 to 10 %, preferably 0 to 5 %, for the crosslinking agent, from 0 to 10 
%, preferably from 0.3 to 5 %, for the graft-linking agent, and from 0 to 10 % . preferably from 0 to 5 %, for the other 
organosilane, and the sum of them being 100 %. The content of the crosslinking agent and the content of graft-linking 
agent are not 0 % at the same time, and either one thereof is preferably at least 0.1 %. 

[0039] If the content of the organosiloxane units is too smaJI, property as a rubber is not revealed and the effect of 
revealing impact resistance tends to lower. On the other hand, rf the content of the organosiloxane units is too large, the 
contents of the crosslinking agent the graft-linking agent and the other organosilane are so small that it tends to 
become hard to exhibit the effects to be produced by the use thereof. And if the content of the crosslinking agent or the 
graft-linking agent is too small, the effect of revealing impact resistance tends to lower. If the content is too large, prop- 
erty as a rubber is not revealed and the effect of revealing impact resistance tends to lower. The other organosilane is 
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an optional component and can control the effect of revealing impact resistance by giving an affinity with the compound 
(B) whereas it is preferable to employ this compound in consideration of cost and a balance of physical property since 
the use of the organosilane causes higher cost. 

[0040] The above-mentioned silicone rubber latex can be prepared according to, for example, a method wherein a 

s mixture of an organosiloxane and, if necessary, a crosslinking agent, a graft-linking agent and another organosilane is 
emulsified to disperse into water in the presence of an emulsif ier by mechanical shear and the polymerization is carried 
out in an acidic condition. In this case, when emulsified liquid droplets of at least several micrometers have been pre- 
pared by the mechanical shear, the average particle diameter of silicone rubber particles obtained after the polymeri- 
zation can be controlled within the range of 20 to 400 nm by the amount of an emulsifier employed. When preparing 

10 emulsified liquid droplets of 200 to 50 nm by the mechanical shear, the particle diameter of silicone rubber obtained 
after the polymerization is as large as that of the emulsion droplets. The latter method is not preferable in the present 
invention since a silicone rubber having an average particle diameter of more than 200 nm is difficult to coagglomerate 
the silicone rubber particles and the other rubber particles according to the coagglomeration process as described later. 
[0041 J In case of preparing a silicone rubber having an average particle diameter of at most 100 nm, the polymer iza- 

75 tion is preferably carried out in multi-stage. For example, an emulsion the liquid droplets of which have a size of at least 
several micrometers is prepared by emulsifying a mixture of an organosiloxane and, if necessary, a crosslinking agent, 
a graft-linking agent and another organosilane, water and an emulsifier by mechanical shear, and 1 to 50 % of the 
obtained emulsion is precedingly emulsion-polymerized in an acidic condition and the rest of the emulsion is added to 
continue the polymerization in the presence of the obtained silicone rubber Thus obtained silicone rubber has an aver- 

20 age particle diameter of at most 100 nm and a standard deviation of particle diameter distribution of at most 50. 

[0042] The above-mentioned emulsified liquid droplets having a diameter of at least several micrometer can be pre- 
pared by the use of a high-speed stirrer such as a homomixer. The emulsified liquid droplets having a diameter of from 
200 to 500 nm can be prepared by the use of a special dispersing machine such as a high-pressure homogenizer or a 
ultrasonic dispersing machine. 

25 [0043] The emulsif iers employed in these methods should be those which do not lose activity as the emulsifier even 
when employed in an acid range. Examples of such an emulsifier are, for example, alkylbenzenesulfbnic acid, sodium 
alkylbenzenesulfonate, alkylsulfonic acid, sodium alkylsulfonate, sodium (di)alkyisulfosuccinate, sodium polyoxyethyl- 
enenonylphenylether sulfonate, sodium alkyl sulfate and the like. These may be employed solely or in combination of 
two or more thereof. 

30 [0044] As to the acidic condition, preferably the pH is controlled within the range of from 1 .0 to 3.0 by adding, to the 
system, an inorganic acid such as sulfonic acid or hydrochloric acid, or an organic acid such as alkylbenzenesulfbnic 
acid, alkylsulfonic acid or trrf luoroacetic acid. 

[0045] The polymerization temperature for preparing a silicone rubber latex is preferably from 60 to 1 20°C, particularly 
70 to 100°C, from the viewpoint of suitable rate of polymerization. 

35 [0046] Thus the silicone rubber latex is obtained, but the latex is preferably neutralized by adding an aqueous solution 
of an alkali such as sodium hydroxide, potassium hydroxide or sodium carbonate in order to stabilize the silicone rubber 
chain, since Si-O-Si bond composing the silicone rubber backbone is under equilibrium between cleavage and forma- 
tion of the bond in acidic condition, which equilibium varies depending on temperature. In order to obtain the silicone 
rubber having a high molecular weight and a high degree of crosslinking, preferably the latex is neutralized after the 

40 polymerization to prepare the silicone rubber latex is carried out at a temperature of at least 60°C and then the obtained 
latex is cooled to about room temperature and maintained for about 5 to about 100 hours, since the above-mentioned 
equilibrium shifts to the formation of Si-O-Si bond at a lower temperature, so that it becomes easier to produce the sil- 
icone rubber having a high molecular weight and a high degree of crosslinking. 

[0047] Examples of the latex of a composite rubber containing a silicone rubber and an acrylic rubber as a rubber 
45 component are, for example, a composite rubber latex which is prepared by seed-polymerizing a monomer mixture 
employed for preparing an acrylic rubber latex described later in the presence of the above-mentioned silicone rubber 
latex, a composite rubber latex which is prepared by adding the above-mentioned components employed for preparing 
the silicone rubber latex as they are or in an emulsion form to an acrylic rubber latex described later and subjecting to 
the polymerization in the presence of the acrylic rubber latex 
so [0048] Detailed explanations of the above-mentioned monomer mixture employed for preparing the acrylic rubber 
later and the above-mentioned acrylic rubber latex are omitted here and described later. 

[0049] The method for preparing a latex of a composite rubber containing a silicone rubber and an acrylic rubber as 
a rubber component is not particularly limited, and, for example, a known method of seed emulsion polymerization is 
preferably employed. Either of an acrylic rubber latex and a silicone rubber latex can be employed as a component of 
55 seed. It is preferable to add a mixture of the above-mentioned organosiloxane and the cross-linking agent etc., as it is 
or in an emulsion form, to an acrylic rubber latex as a seed, from the viewpoints of that it is easy to control the particle 
diameter of resulting latex and that a narrow distribution of particle diameter is given. 

[0050] In the case of preparing a composite rubber wherein an acrylic rubber and a silicone rubber are well compat- 
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ible based on a chemical bond formed between the acrylic rubber and the silicone rubber when polymerizing an orga- 
nosiloxane etc., because of an acrylic rubber having a reactive silyl group, from the viewpoint of being advantageous 
for revealing impact resistance, when preparing the acrylic rubber latex, it is preferable to copolymerize a reactive silane 
compound having a polymerizable unsaturated bond such as the above-mentioned graft-linking agent. 
[0051] In the case of using a latex of a composite rubber containing a silicone rubber and a conjugated diene rubber 
as a rubber component, the composite rubber can be prepared by using a conjugated diene rubber latex or a monomer 
mixture for preparing the conjugated diene rubber latex, instead of the monomer mixture for preparing an acrylic rubber 
latex or the acrylic rubber latex in the above-mentioned composite rubber latex containing a silicone rubber and an 
acrylic rubber as a rubber component. 

[0052] The acrylic rubber latex and/or conjugated rubber latex (B) employed in the present invention is a rubber latex 
having a (meth)acrylic monomer unit content of at least 50 % and/or a rubber latex having conjugated diene monomer 
unit content of at least 50 %» as described above. Latexes of those having property as a rubber can be employed with- 
out particular limitation. 

[0053] The average particle diameter of rubber particles contained in the acrylic rubber latex and/or conjugated diene 
rubber latex (B) is preferably from 20 to 200nm, particularly from 20 to 1 50 nm, from the viewpoint that it is easy to coag- 
glomerate the rubber particles and the silicone rubber particles according to the coagglomeration process as described 
later. 

[0054] The content of a solvent-insoluble portion in the rubber particles of the acrylic rubber latex and/or conjugated 
diene rubber latex (B) (gel content: weight percentage of an insoluble portion in toluene, which is measured by immers- 
ing a sample in toluene at room temperature for 24 hours and then by centrifuging at 12000 rpm for one hour) is pref- 
erably at least 70 %, particularly at least 80 %, from the viewpoint of revealing impact resistance. The upper limit thereof 
is 100 %. 

[0055] Examples of the above-mentioned acrylic rubber are, for example, a butyl acrylate polymer rubber, a butyl acr- 
ylate-2-ethylhexyl (meth)acryiate copolymer rubber, a butyl acrylate-butadiene copolymer rubber, a butyl acrylate-sty- 
rene copolymer rubber and the like. Examples of the above-mentioned conjugated diene rubber are, for example, a 
butadiene polymer rubber, an acrylonitrile-butadiene copolymer rubber, a styrene-butadiene copolymer rubber, and the 
like. These may be employed solely or in combination of two or more thereof. The copolymer mentioned here includes 
a random copolymer, a block copolymer, a graft copolymer, and may be a copolymer combining these copolymers. 
[0056] The concentration of solid component (measured after drying at 120°C for 1 hour) of the acrylic rubber latex 
and/or conjugated diene rubber latex (B) is usually from 10 to 50 %, preferably from 20 to 40 %, from the viewpoint that 
it is easy to control a particle diameter in a coagglomeration process as described later. Further, the pH of the latex is 
preferably from 5 to 1 1 , particularly from 6 to 1 0. 

[0057] The acrylic rubber latex employed as the component (B) can be prepared by polymerizing a monomer mixture 
containing an alkyl (meth)acrylate monomer, a poly-functional monomer having at least two polymerizable unsaturated 
bonds in its molecule, the other polymerizable monomer and the like, using a radical polymerization initiator and, if nec- 
essary, a chain transfer agent, according to a conventional method of emulsion polymerization (for example, methods 
described in Japanese Unexamined Patent Publication Nos. 88169/1975 and 141746/1986, etc.). 
[0058] The above-mentioned alkyl (meth)acrylate monomer is a component for forming a main structure of the acrylic 
rubber. Examples thereof are an alkyl acrylate having an alkyl group of 1 to 12 carbon atoms such as methyl acrylate, 
ethyl acrylate, propyl acrylate, butyl acrylate or 2-ethylhexyl acrylate, an alkyl methacrylate having an alkyl group of 4 
to 12 carbon atoms such as 2-ethylhexyl methacrylate or lauryl methacrylate. These monomers may be employed 
solely or in combination of two or more thereof. A monomer containing from 40 to 100 %. particularly from 60 to 100 %, 
of butyl acrylate is preferable from the viewpoints of a low glass transition temperature of a resulting polymer and eco- 
nomical efficiency, wherein the other acrylic monomers to be employed with butyl acrylates are, for example, methyl acr- 
ylate, ethyl acrylate, 2-ethylhexyl acrylate and the like. 

[0059] The above-mentioned poly-functional monomer having at least two polymerizable unsaturated bonds in its 
molecule is a component employed for giving a rubber elasticity by introducing a crosslinking structure to the acrylic 
rubber particles and to form a network structure and, in addition, employed for providing an active site to graft a vinyl 
monomer to be graft-polymerized onto a coagglomerated rubber. Examples thereof are diallyl phthalate, triallyl cyanu- 
rate, triallyl isocyanurate, ally! methacrylate, ethylene glycol dimethacrylate. divinylbenzene and the like. These may be 
employed solely or in combination of two or more thereof. Among those, aliyl methacrylate, triallyl cyanurate and triallyl 
isocyanurate are preferable from the viewpoints of crosslinking and grafting efficiencies. 

[0060] The above-mentioned other copolymerizable monomer is a monomer for controlling a refractive index of result- 
ing acrylic rubber and an affinity with a silicone rubber. Examples thereof are, for example, methacrylic acid; a methacr- 
ylate monomer such as methyl methacrylate, ethyl methacrylate, gricidyl methacrylate, hydroxyethyl methacrylate or 
benzyl methacrylate; an aromatic vinyl monomer such as styrene or a-methylstyrene; a vinyl cyanide monomer such 
as acrylonitrile or methacrylonitrile; a vinyl monomer containing silicon such as rmethacryloyloxypropyldimethox- 
ymethylsilane, Y-methacryloyloxypropyltrimehoxysilane or trimethyl-vinylsilane; and the like. These may be employed 
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solely or in combination of two or more thereof. 

[0061 ] The preferable amount of the monomers in the preparation of the above-mentioned acrylic rubber latex is from 
66.5 to 99.9 %, particularly from 85 to 99.9 %, of the alkyl (meth)acrylate monomer, from 0. 1 to 1 0 %, particularly from 
0.1 to 5 %, of the poly-functional monomer having at least two polymerizable unsaturated bonds in its molecule and 

s from 0 to 20 %, particularly from 0 to 1 0 % of the other copolymerizable monomer, and the sum of them is 1 00 %. If the 
amount of the above-mentioned alkyl (meth)acrylate monomer is too small, property as a rubber is not revealed and the 
effect of revealing impact resistance tends to lower. On the other hand, if the amount of the alkyl (meth)acrylate mono- 
mer is too large, the amount of the poly-functional monomer having at least two polymerizable unsaturated bonds in its 
molecule is so small that there occurs a tendency that the enough effects by using this compound are not exhibited. If 

w the amount of the poly-functional monomer having at least two polymerizable unsaturated bonds in its molecule is too 
small, the density of crosslinking is so small that the effect of revealing impact resistance tends to lower. If the amount 
is too large, the density of crosslinking is so large that the effect of giving impact resistance tends to lower. The other 
copolymerizable monomer is a component employed for controlling refractive index and impact resistance, and prefer- 
ably at least 0.1 % of the monomer is employed in order to obtain the effects produced thereby. 

15 [0062] The conjugated diene rubber latex employed as the component (B) can be prepared by polymerizing a conju- 
gated diene and other copolymerizable monomer, using a radical polymerization initiator and, if necessary, a chain 
transfer agent, according to a conventional emulsion polymerization method. 

[0063] The above-mentioned conjugated diene is a component for forming a main structure of conjugated diene rub- 
ber. Examples thereof are 1 ,3-butadiene, isoprene, chloroprene and the like. These may be employed solely or in com- 
20 bination of two or more thereof. Among those, 1 ,3-butadiene is preferable from the viewpoint that Tg of a resulting 
rubber therefrom is low enough. 

[0064] The above-mentioned other copolymerizable monomer is a component employed for controlling a refractive 
index of the rubber and an affinity with another rubber component. Examples thereof are a vinyl cyanide monomer such 
as acrylonitrile or methacrylonitrile, an aromatic vinyl monomer such as styrene, a-methylstyrene or p-methylstyrene, 

25 and the like. These may be employed solely or in combination of two or more the 

[0065] The amount of the monomers in the preparation of the above-mentioned conjugated diene rubber latex is pref- 
erably at least 50 % , particularly at least 60 % and at most 100 % of the conjugated diene, and at most 50 %, particu- 
larly at most 40 % and at least 0 % of the other polymerizable monomer. If the amount of the above-mentioned 
conjugated diene is too small, property as a rubber is not revealed and the effect of revealing impact resistance 

30 becomes low. The above-mentioned other polymerizable monomer is an optional component and therefore it is not 
always employed. However, it is preferable to employ at least 0.1 % of other polymerizable monomer in order to achieve 
an object of using it since the monomer is an component used for controlling a refractive index and an affinity with a 
thermoplastic resin. 

[0066] As to the above-mentioned radical polymerization initiator and the chain transfer agent employed if necessary, 
35 which can be employed in emulsion polymerization for the acrylic rubber latex and the conjugated diene rubber latex, 
there is no particular limitation as long as they are ones employed in a conventional radical polymerization. 
[0067] Examples of the radical polymerization initiator are an organic peroxide such as cumen hydroperoxide, tert- 
butyl peroxide, benzoyl peroxide, tert-butylperoxy isopropyl carbonate, di-tert-butyl peroxide or lauroyl peroxide, an inor- 
ganic peroxide such as ammonium persulfate or potassium persulfate, an azo compound such as 2,2*-azobisisobuty- 
40 ronitrile or 2 I 2 , -azobis-2,3-dimethylvaleronitrile l and the like. Among those, the organic peroxide and the inorganic 
peroxide are particularly preferable from the viewpoint of high reactivity. 

[0068] In the case that the organic peroxide or the inorganic peroxide is employed, there can be employed together, 
as a reducing agent, a mixture such as ferrous sulfate / glucose / sodium pyrophosphate, ferrous sulfate / dextrose / 
sodium pyrophosphate or ferrous sulfate / formaldehyde sodium sulfoxylate / ethylenediamineacetate salt. The combi- 
45 nation use of the reducing agent is particularly preferable from the viewpoint of lowering polymerization temperature. 
[0069] The amount of the radical polymerization initiator is usually from 0.005 to 10 parts, preferably from 0.01 to 5 
parts, more preferably from 0.02 to 2 parts, based on 1 00 parts of the used monomer mixture. 
[0070] If the amount of the radical polymerization initiator is too small, polymerization rate tends to lower and prepa- 
ration efficiency tends to lower. If the amount is too large, the molecular weight of the resulting acrylic rubber or the con- 
so jugated diene rubber and accordingly the impact resistance tend to lower. 

[0071] Examples of the chain transfer agent are t-dodecylmercaptan. n^ctylmercaptan, n-tetradecylmercaptan, n- 
hexylmercaptan and the like. 

[0072] The chain transfer agent is an optical component, and if used, the amount thereof is preferably from 0.001 to 
5 parts based on 100 parts of a monomer mixture from the viewpoint of revealing impact resistance. 
55 [0073] Examples of emulsif ier employed in the emulsion polymerization are, for example, a metallic salt of fatty acid 
such as potassium oleate, sodium oleate, potassium rhodinate, sodium modinate, potassium palmitate, sodium palmi- 
tate or potassium stearate, besides the emulsifier usable in the preparation of the above-mentioned silicone rubber 
latex (A). These can be employed solely or in combination of two or more thereof. 
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[0074] As for the mixing ratio of the silicone rubber latex (A) and the acrylic rubber latex and/or conjugated diene rub- 
ber latex (B) in the presence of the mixed latex, they are mixed so that the content based on the total rubber component 
is from 1 to 90 %, preferably from 5 to 60 %, more preferably from 10 to 50 %. within which the effect of the present 
invention of imparting a high impact resistance to a thermoplastic resin is obtained. If the silicone content in the total 
rubber component is too small or too large, the effect produced by coagglomerating particles of the mixed latex is not 
obtained enough and an improvement in impact resistance of thermoplastic resin is not satisfactory. 
[0075] The concentration of solid component in the above-mentioned mixed latex is preferably from 1 0 to 50 %, par- 
ticularly from 20 to 40 %, from the viewpoint that it is easy to coagglomerate particles of the latex. 
[0076] The coagglomerated rubber of enhanced particle size prepared by coagglomerating rubber particles of the 
above-mentioned mixed latex has preferably an average particle diameter of at least 150 nm, particularly at least 200 
nm, and at most 1200 nm, particularly at most 1000 nm, from the viewpoint of revealing impact resistance. The coag- 
glomerated rubber having such an average particle diameter contains rubber particles in such a state that silicone rub- 
ber particles from the silicone rubber latex (A) and acrylic rubber particles and/or conjugated diene rubber particles 
from the acrylic rubber latex and/or conjugated diene rubber latex (B) are coagglomerated and combined with each 
other. Therefore, it is considered that, when molding products are prepared by incorporating the resulting graft copoly- 
mer particles into a thermoplastic resin, relaxation of stress is facilitated, when receiving impact, due to production of 
voids in rubber resulting from the stress concentrated in rubber particles. 

[0077] The coagglomeration of particles of the mixed latex can be carried out according to a general method, for 
example, wherein there are added, to the mixed latex, an inorganic salt such as sodium sulfate, an inorganic acid such 
as hydrochloric acid, a latex of a copolymer having an acid functional group prepared by copolymerizing an unsaturated 
acid monomer and alkyl (meth)acrylate monomer and the like. It is preferable that coagglomeration of particles is car- 
ried out using from 0.1 to 15 parts (solid), particularly from 0.2 to 10 parts (solid) of the latex of a copolymer having an 
acid functional group based on 1 00 parts (solid) of the mixed latex from the viewpoint of that clots after coagglomeration 
process becomes few. 

[0078] If the amount of the latex of a copolymer having an acid functional group is small, the coagglomeration tends 
to become difficult substantially The more the amount of the latex of a copolymer having an acid functional group is 
employed, the smaller an average particle diameter of a coagglomerated rubber is. Further, if the amount thereof is 
more than 15 parts, unpreferable phenomenon such as lower impact resistance occurs more easily. 
[0079] The above-mentioned latex of a copolymer having an acid functional group can be prepared by copolymerizing 
from 1 to 30 %, particularly from 1 to 25 % of a unsaturated acid monomer, from 35 to 99 % , particularly from 50 to 99 
% of an alkyl (meth)acrylate monomer, and from 0 to 35 %, particularly from 0 to 25 % of another monomer polymeriz- 
able thereto, using a radical polymerization initiator and, if necessary, a chain transfer agent usable in the preparation 
of the above-mentioned acrylic rubber latex or the above-mentioned conjugated diene rubber latex, according to a con- 
ventional method of emulsion polymerization (for example, methods described in Japanese Unexamined Patent Publi- 
cation Nos. 25655/1975, 12703/1996 and 12704/1996, etc.). 

[0080] Examples of the above-mentioned unsaturated acid monomer are acrylic acid, methacrylic acid, itaconic acid, 
a monoester of itaconic acid, maleic acid, a monoester of maleic acid, crotonic acid, fumaric acid, cinnamic acid, sorbic 
acid and the like. These may be employed solely or in combination of two or more thereof. 

[0081] Examples of the above-mentioned alkyl (meth)acrylate monomer are the same momoners as the alkyl 
(meth)acrylate monomers employed in the preparation of the above-mentioned acrylic rubber latex and further an alkyl 
methacrylate monomer containing an alkyl group having 1 to 3 carbon atoms such as methyl methacrylate, ethyl meth- 
acrylate or propyl methacrylate. These monomers may be employed solely or in combination of two or more thereof. It 
is particular preferable to employ an alkyl acrylate and an alkyl methacrylate together, from the viewpoint that the coag- 
glomeration rate is made moderate. The desirable weight ratio of these esters (alkyl acrylate/alkyl methacrylate) is at 
least 5/95, preferably at least 1 0/90, and at most 50/50, preferably at most 45/55. 

[0032] Examples of the above-mentioned other copolymerizable monomer are, for example, an aromatic vinyl mon- 
omer such as styrene, a-methylstyrene or p-methylstyrene, a vinyl cyanide monomer such as acrylonitrile or methacry- 
lonitrile, a monomer having at least two polymerizable unsaturated bonds in its molecule such as diallyl phthalate, 
triallyl cyanurate, triallyl isocyanurate, ally! methacrylate, ethyleneglycol dimethacrylate or divinylbenzene, and the like. 
These monomers may be employed solely or in combination of two or more thereof. 

[0033] If the content of the unsaturated acid monomer unit in the copolymer having an acid functional group contained 
in the above-mentioned latex of a copolymer having an acid functional group is too small, the ability to enhance particle 
diameter by coagglomerating particles of the mixed latex tends to substantially disappear. If the content is too large, a 
latex of a copolymer having an acid functional group could be obtained by polymerization, however, the copolymer 
tends to be unsuitable for industrial manufacture due to the production of clots and the increase of viscosity of latex dur- 
ing polymerization. Whether the content of the above-mentioned alkyl (meth)acrylate monomer unit is too small or too 
large, the ability for coagglomerating particles lowers and unagglomerated particles increase. If the content of the 
above-mentioned other polymerizable monomer unit is too large, the ability for enhancing particle size by coagglomer- 
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ating particles tends to lower and unagglomerated particles increase. Particularly, when the monomer having at least 
two polymerizable unsaturated bonds in its molecule is employed, the monomer should be employed in the range of 
from 0 to 3 %. If the amount thereof is more than the above-mentioned range, the ability for enhancing particle size by 
coagglomerating considerably lowers. 

5 [0084] In the case of preparing the above-mentioned latex of a copolymer having an acid functional group, it is pref- 
erable to divide into two portions of monomers employed for preparing a latex of a copolymer having an acid functional 
group to polymerize them by two steps, not by one step. For example, at the first step of polymerization, there is 
employed preferably 5 to 40 %, more preferably from 8 to 35 % of total amount of the monomer employed for preparing 
a latex of a copolymer having an acid functional group to obtain a copolymer having a low Tg of preferably from -95° to 

io 40°C, more preferably from -80° to 30°C, most preferably from -70° to 20°C. And then at the second step of polymeri- 
zation, to the obtained copolymer at first step, there is added the rest of the total amount of the monomer employed for 
preparing a latex of a copolymer having an acid functional group, i.e., preferably from 60 to 95 %, more preferably from 
65 to 92 % of the total amount, to obtain a copolymer having a high Tg of preferably from -20° to 80°C, more preferably 
from -1 0° to 70°C, most preferably 25° to 60°C. 

15 [0085J The above-mentioned preparation method has the advantages that the amount of produced dots is small when 
preparing a latex of a copolymer having an acid functional group and a resulting latex of a copolymer having an acid 
functional group is excellent in property of enhancing particle size by coagglomerating particles. 
[0086] A preferable latex of a copolymer having an acid functional group is one having an average particle diameter 
of from 30 to 1200 nm, a concentration of solid component of from 10 to 40 %, and a pH of from 1.5 to 6. 

20 [0087] The above-mentioned latex of a copolymer having an acid functional group employed for coagglomerating par- 
ticles may be employed solely or in combination of two or more thereof. By using two or more kinds of latexes of a copol- 
ymer having an acid functional group different in an ability for enhancing particle size by coagglomerating particles, it is 
possible to obtain a latex of a coagglomerated rubber, having a two-peak distribution or a broad distribution of particle 
diameter. A temperature in the coagglomeration process is preferably from 20° to 90°C, particularly from 40° to 70°C. 

25 [0088] To carry out coagglomeration, the above-mentioned latex of a copolymer having an acid functional group may 
be added to a rubber latex after the temperature of the rubber latex reached the coagglomerating temperature, or the 
latex may be added to a rubber latex at a temperature of at most 40°C and the resulting mixture is heated up to from 
40° to 90°C with stirring. In contrast with this, a rubber latex of which rubber particles is to be coagglomerated may be 
supplied to a vessel previously charged with a latex of a copolymer having an acid functional group. 

30 [0089] In the above-mentioned coagglomeration process, from 0.01 to 5 parts of an inorganic salt may be employed 
together, in addition to the latex of a copolymer having an acid functional group, based on 100 parts (solid) of the mixed 
latex. Addition of an inorganic salt is effective for improving the coagglomeration effect. 

[0090] As the above-mentioned inorganic salt there can be employed an alkali metallic salt such as sodium chloride 
or sodium sulfate, and an oxygen acid salt such as potassium alum. These may be employed solely or in combination 
35 of two or more thereof. The pH in the coagglomeration process is preferably at least 7. In the case of the pH of less than 
7, the coagglomeration is difficult. 

[0091] In order to increase the coagglomeration rate, the pH is preferably controlled to be at least 9. 

[0092] For controlling the pH, one or more of compounds such as sodium hydroxide, potassium hydroxide, sodium 

carbonate and sodium hydrogencarbonate may be added in a proper amount. 

40 [0093] The concentration in a latex employed for the coagglomeration process is also an important factor. By adjusting 
a rubber concentration, it is possible to control the particle diameter of coagglomerated rubber particles of enhanced 
particle size. The particle diameter distribution in the resulting latex of a coagglomerated rubber varies depending on 
the composition of a latex of a copolymer having an actd functional group which is employed for coagglomeration, and 
the particle diameter of coagglomerated rubber particles tends to become small by lowering the rubber concentration. 

45 [0(84] The particle diameter in a latex of a coagglomerated rubber of enhanced particle size can be controlled by 
adding an emulsif ier in the process of coagglomeration for enhancing particle size to change the surface covering ratio 
of the rubber latex particles. Namely, a particle diameter of a coagglomerated rubber particles can be reduced to 
smaller one in comparison with the case of using no emulsif ier, due to increasing a covering ratio of surface with an 
emulsif ier by adding an emulsifier. 

50 [0095] The graft copolymer particles of the present invention is prepared by graft-copdymerizing a vinyl monomer to 
the latex of a coagglomerated rubber prepared in the above-mentioned process. 

[0056] The above-mentioned vinyl monomer is employed to enhance the compatibility between the resulting graft 
copolymer particles and a thermoplastic resin to be blended herewith and to uniformly disperse the graft copolymer par- 
ticles into the thermoplastic resin. 
55 [0097] The above-mentioned graft copolymer particles have such a structure that a vinyl monomer is grafted to rubber 
particles obtained by coagglomerating silicone rubber particles in a silicone rubber latex (A) and acrylic rubber particles 
and/or conjugated diene rubber particles in an acrylic rubber latex and/or conjugated diene rubber latex (B). The aver- 
age particle diameter thereof is preferably at least 160 nm, particularly at least 200 nm, and is preferably at most 1300 
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nm, particularly at most 1000 nm. When the average particle diameter is less than 160 nm or more than 1300 nm, 
impact resistance tends to lower. The content of a solvent-insoluble portion in the graft copolymer is preferably at least 
70 %. particularly at least 80 %. When the content of a solvent-insoluble portion is less than 70 %, impact resistance 
tends to lower. 

5 [0098] Examples of the above-mentioned vinyl monomer are, for example, an aromatic vinyl monomer such as sty- 
rene, a-methylstyrene or p-methylstyrene; a vinyl cyanide monomer such as acrylonitrile or methacrylonitrile; a vinyl 
halide monomer such as vinyl chloride, vinylidene chloride or vinylidene fluoride; methacrylic acid monomer; a meth- 
acrylate monomer such as methyl methacrylate, ethyl methacrylate, butyl methacrylate, glycidyl methacrylate or 
hydroxyethyl methacrylate; acrylic acid monomer; an acrylate monomer such as methyl acrylate, butyl acrylate, glycidyl 

10 acrylate or hydroxyethyl acrylate; and the like. These may be employed solely or in combination of two or more thereof. 
[0099] The above-mentioned vinyl monomer is employed preferably in an amount of 95 to 5 parts, particularly from 
90 to 10 parts, so that the total amount thereof with 5 to 95 parts (solid), particularly from 10 to 90 parts (solid), of a 
latex of coagglomerated rubber is 100 parts. When the amount of the above-mentioned vinyl monomer is too large, the 
amount of the rubber component tends to be too small to reveal sufficient impact resistance. On the other hand, when 

is the amount of the vinyl monomer is too small, compatibility with a thermoplastic resin as a matrix resin deteriorates 
when mixing it with the thermoplastic resin and the impact resistance tends to lower. 

[01 00] The above-mentioned graft polymerization can be carried out according to a conventional method of emulsion 
polymerization. The radical polymerization initiator, the chain transfer agent employed if necessary, and the emulsif ier 
added if necessary, may be those employed for preparing the acrylic rubber latex or the conjugated diene rubber latex. 
20 Also, as limitation in the amounts thereof, the same limitations as those in the preparation of the acrylic rubber latex or 
the conjugated diene rubber latex are applicable to this case. 

[01 01 ] The graft copolymer particles after the polymerization may be employed as a polymer separated from a latex, 
or may be employed as a latex. A method for separating the polymer from the latex is a conventional method, for exam- 
ple, a method wherein a latex is coagulated by adding a metallic salt such as calcium chloride, magnetic chloride or 
25 magnesium sulfate, an inorganic acid or an organic acid such as hydrochloric acid, sulfuric acid, phosphoric acid or 
acetic acid to the latex, followed by separating, washing/dehydrating and drying. Spray drying method can be also 
employed therefor. 

[0102] Thus obtained graft copolymer particles, as a separated polymer or as a latex, are mixed with various kinds of 
thermoplastic resins to give a thermoplastic resin composition having an improved impact resistance. 

30 [01 03] Examples of the above-mentioned thermoplastic resin are poly(vinyl chloride), polystyrene, styrene-acryloni- 
triie copolymer, styrene-acrylonitrile-N-phenylmaleimide copolymer, a-methylstyrene-acrylonitrile copolymer, 
poly(methyl methacrylate). methyl methacrylate-styrene copolymer, polycarbonate, polyamide, polyester such as 
poly(ethylene terephthalate) or poly(butylene terephthalate), ABS resin, AAS resin, AES resin. poly(phenylene ether)- 
polystyrene composite resin and the like. 

35 [01 04] The amount of the graft copolymer particles is from 1 to 1 50 parts based on 1 00 parts of a thermoplastic resin, 
and preferably from 5 to 120 parts from the viewpoint of physical property balance. If the amount thereof is too small, 
impact resistance of the thermoplastic resin is not improved sufficiently. On the other hand, if the amount thereof is too 
large, it is difficult to maintain physical properties of the thermoplastic resin such as rigidity and surface hardness. 
[0105] The mixing of the graft copolymer particles separated as polymer particles from a latex and a thermoplastic 

40 resin can be carried out by mixing them by means of a Henschel mixer, a ribbon blender or the like and then by melt- 
kneading by means of rolls, an extruder, a kneader or the like. 

[01 06] At that time additives usually employed can be incorporated, for example, a plasticizer, a stabilizer, a lubricant, 
an ultraviolet ray absorber, an antioxidant, a flame retarder, a pigment, a glass fiber, a filler, a polymer processing aid, 
a polymer lubricant and the like. 
45 [01 07] In the case that the above-mentioned thermoplastic resin is prepared according to an emulsion polymerization 
method, it is possible to obtain a thermoplastic resin composition by Wending a latex of the thermoplastic resin and a 
latex of the graft copolymer particles in the form of emulsion and then by co-coagulating them. 
[0108] As a method for molding the obtained thermoplastic resin composition, there can be employed methods 
employed for molding a conventional thermoplastic resin composition, for example, injection molding, extrusion mold- 
so ing, blow molding, calendar molding and the like. 

[0109] The obtained molded products are excellent in impact resistance, weather resistance, processability, thermal 
discoloration resistance and appearance of molded products, compared with those containing a conventional impact 
modifier. 

[0110] The present invention is then explained concretely based on Examples, but is not limited thereto. 
55 [01 1 1 ] Evaluations in the following Examples and Comparative Examples were carried out in the manner mentioned 
below. 
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[Concentration of solid component of a latex (residue after heat drying) and polymerization conversion] 

[01 12] A sample of latex obtained after reaction was dried in a hot-air drier at 120°C for one hour, and the concentra- 
tion of solid component (residue after heat drying) was measured, and then the polymerization conversion was calcu- 
5 lated by using the equation of (amount of solid/amount of charged monomer) x 100 (%) . 

[Amount of insoluble portion in solvent (gel content)] 

[01 1 3] A sample for measurement was obtained by drying a latex at 50°C for 75 hours and further at room tempera- 
10 ture for 8 hours in vacuum. The sample was immersed in toluene at room temperature for 24 hours, followed by centri- 
fuging at 12000 rpm for 60 minutes, and the weight percentage of the toluene-insoluble portion in sample was 
measured. 

[Average particle diameter] 

15 

[0114] A volume average particle diameter was measured according to dynamic light scattering method by means of 
a particle size analyzer NICOMP MODEL 370 (made by PACIFIC SCIENTIFIC INC.) as a measuring instrument. 

[Weight average molecular weight] 

20 

[01 1 5] A weight average molecular weight converted to that of polystyrene was measured by size exclusion chroma- 
tography (SEC) using THF as an eluent. 

[Izod impact strength] 

25 

[01 1 6] Measurement was made at -30°C. 0°C and 23°C in accordance with ASTM D-256 using 1/4 inch notched bar. 
[Falling weight impact strength] 

30 [01 1 7] A 50 % failure energy at which 50 % of the number of test specimens were broken at -30°C and 23°C ((weight 
of falling weight) x (height)) (kg • m) was measured by using a plate test specimen of 150 mm x 100 mm x 2 mm pre- 
pared by injection molding. 

[Processability in injection molding] 

35 

[0118] Flow length of a resin in spiral die having 3 mm thickness was measured by injection molding the resin by 
means of injection molding machine FAS100B (made by FANUC LTD.) at a cylinder temperature of 250°C and under 
an injection pressure of 1 350 kgf/cm 2 . 

40 [Thermal resistance (HDT)] 

[0119] Heat distortion temperature (HDT) (°C) under 18.6 kg/cm 2 load was measured in accordance with ASTM D- 
648. 

45 [Initial color tone] 

[01 20] Color difference (AE) was measured by means of a color difference meter Sigma (Z) 80 (made by Nippon Den- 
syoku Ind. Co., Ltd.). 

so [Thermal discoloration resistance] 

[0121] A sample was maintained in a constant temperature drier in which hot air was circulated (made by Satake 
Kagaku Kikai Kogyo Corporation) at 200°C for 30 minutes, and a degree of discoloration by heat between before and 
after the maintenance was evaluated by color difference (AE). 
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PREPARATION EXAMPLE 1 
[Preparation of silicone rubber latex (A-1)] 

5 [01 22] An emulsion was prepared by adding a mixed liquid of 20 parts of octamethylcyclotetrasiloxane (D4), 0.4 part 
of mercaptopropyldimethoxymethylsilane (MPrDMS) and 0.2 part of tetraethoxysilane (TEOS) to an aqueous solution 
of 1 .5 parts of sodium dodecylbenzene sulfonate (SDBS) in 200 parts of pure water and stirring the resulting mixture at 
10000 rpm for 5 minutes by means of a homomixer. A five-necked flask equipped with a stirrer, a reflux condenser, a 
nitrogen feeding port, a monomer feeding port and a thermometer was charged at one time with the emulsion. After 

10 heating the emulsion to 90°C over about 40 minutes with stirring the system in nitrogen stream, 2.0 parts of dodecyl- 
benzenesuKonic acid (DBSA) was added thereto and the reaction was carried out at 90°C for 3 hours to give a silicone 
rubber latex to be employed as a seed. The polymerization conversion was 84 %. The silicone rubber particles in the 
latex had a volume average particle diameter of 40 nm. The pH of the latex was 1 .3. 

[01 23] Independently, an emulsion containing raw materials of silicone rubber was prepared by stirring a mixture com- 
15 prising the following components by means of a homomixer at 10000 rpm for 5 minutes. 

Pure water 70 parts 
SDBS 0.5 part 

D4 80 parts 

20 MPrDMS 1.6 parts 
TEOS 0.8 part 

[0124] The obtained emulsion containing raw materials of silicone rubber was added at one time to the silicone rubber 
latex as a seed with stirring the silicone rubber latex. Stirring was continued for 4 hours and then the system was cooled 
25 to 25°C and allowed to stand for 20 hours. The polymerization was finished by adjusting the pH to 8.9 with sodium 
hydroxide to give a silicone rubber latex (A-1). The conversion of polymerization of the raw materials of silicone rubber 
was 87 %. The obtained latex had a concentration of solid component of 25 %, an average particle diameter of 80 nm 
and a gel content of 85 %. 

30 PREPARATION EXAMPLE 2 

[Preparation Of silicone rubber latex (A-2)] 

[0125] A silicone rubber latex (A-2) was obtained by carrying out a polymerization in the same manner as in Prepa- 
35 ration Example 1 except that in the raw materials of silicone rubber used in Preparation Example 1 , TEOS was not used 
and Y-methacryloyloxypropyldimethoxymethylsiiane (DSMA) was used instead of MPrDMS. The obtained latex had a 
concentration of solid component of 25 % t an average particle diameter of 85 nm and a weight average molecular 
weight converted to polystyrene of 250,000. 

40 PREPARATION EXAMPLE 3 

[Preparation of silicone rubber latex (A-3)] 

[01 26] A five-necked flask equipped with a stirrer, a reflux condenser, a nitrogen feeding port, a monomer feeding port 
45 and a thermometer was charged at one time with 100 parts (solid) of the silicone rubber latex (A-2) obtained in Prepa- 
ration Example 2. The system was heated up to 60°C with stirring in nitrogen stream. After reaching 60°C, 0.2 part of 
t-butylperoxyisopropyl carbonate as a radical polymerization initiator was added and stirring was continued for 10 min- 
utes. 

[0127] To the system there was added 0.2 part of sodium fbrmaldehydesulfoxylate (SFS), 0.01 part of disodium eth- 
50 ylenediaminetetraacetate (EDTA) and 0.0025 part of ferrous sulfate, and the mixture was stirred for 2 hours to finish 
cross-linking reaction. Then a silicone rubber was latex (A-3) was obtained. The obtained latex had a concentration of 
solid component of 25 %, an average particle diameter of 85 nm and a gel content of 90 %. 



55 
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PREPARATION EXAMPLE 4 

[Preparation of silicone rubber latex (A-4): a latex of a composite rubber comprising a silicone rubber and an acrylic rub- 
ber] 

5 

[01 28] A five-necked flask equipped with a stirrer, a reflux condenser, a nitrogen feeding port, a monomer feeding port 
and a thermometer was charged at one time with 1 60 parts of pure water, t .5 parts of SDBS, 0.4 part of SFS. 0.01 part 
of EDTA and 0.0025 part of ferrous sulfate. 

[0129] The system was heated up to 40°C with stirring in nitrogen steam. After reaching 40°C, thereto was added at 
10 one time 15 % of a monomer mixture comprising 30 parts of butyl acrylate (BA), 0.3 part of ally! methacrylate (AIMA), 
0.6 part of rmethacryioyloxypropyl trimethoxysilane (TSMA) and 0.02 part of cumene hydroperoxide (CHP) and the 
system was stirred for one hour. The rest of the monomer mixture was continuously added dropwise over one hour and, 
after the completion of adding, stirring was continued for one hour to finish polymerization. Thus an acrylic rubber latex 
was obtained. The conversion was 99 %. The obtained latex had a concentration of solid component of 1 7 %, an aver- 
ts age particle diameter of 60 nm and a gel content of 99 %. 

[0130] Independently, a mixture of raw materials of silicone rubber comprising 100 parts of pure water, 0.1 part of 
SDBS, 70 parts of D4 and 1 .8 parts of TEOS was stirred at 1 0000 rpm for 10 minutes by means of a homomixer to give 
an emulsion. 

[0131] The system of the above-mentioned acrylic rubber latex was heated up to 85°C over about 40 minutes, and 
20 thereto 1 .5 parts of DBSA was added. Then thereto was added dropwise the above-mentioned mixture emulsion con- 
taining raw materials of silicone rubber over 3 hours. Stirring at 85°C was continued for one hour, the system was 
cooled to 25°C and maintained for 20 hours. Then the polymerization was finished by adjusting the pH of the system to 
9.5 with sodium hydroxide to give a latex of a composite rubber comprising a silicone rubber and an acrylic rubber (sil- 
icone rubber latex (A-4)). The polymerization conversion of the raw materials of silicone rubber was 84 %. The obtained 
25 latex had a concentration of solid component of 26 %, and average particle diameter of 81 nm and a gel content of 89 
%. 

PREPARATION EXAMPLE 5 

30 [Preparation of poly(butyl acrylate) rubber latex (B-1 )] 

[01 32] A five-necked flask equipped with a stirrer, a reflux condenser, a nitrogen feeding port, a monomer feeding port 
and a thermometer was charged at one time with 200 parts of pure water, 1.5 parts of sodium rhodinate, 0.4 part of 
SFS, 0.01 part of EDTA and 0.0025 part of ferrous sulfate. 
35 [0133] The system was heated up to 40°C with stirring in nitrogen stream. After reaching 40°C, a mixture comprising 
100 parts of BA, 1 part of AIMA and 0.1 part of CHP was continuously added dropwise over 6 hours. After the comple- 
tion of addition, stirring was continued at 40°C for 1 hour to finish the polymerization. The polymerization conversion 
was 97 %. The obtained latex had a pH of 8.2, a concentration of solid component of 32 %, an average particle diameter 
of 80 nm and a gel content of 99 %. 

40 

PREPARATION EXAMPLE 6 

[Preparation of polybutadiene rubber latex (B-2)] 

45 [01 34] An autoclave was charged with 200 parts of pure water, 0.2 part of potassium persulfate (KPS) and 0.2 part 
of Klodecylmercaptane (t-DM). After removing air in the autoclave by a vacuum pump, the autoclave was further 
charged with 1 part of sodium oleate, 2 parts of sodium rhodinate and 100 parts of butadiene. 
[0135] The system was heated up to 60°C to start the polymerization. The polymerization was finished in 12 hours. 
The polymerization conversion was 96 %. The obtained rubber latex had a pH of 8.6, a concentration of solid compo- 

50 nent of 32 %, an average particle diameter of 70 nm and a content of 85 %. 

PREPARATION EXAMPLE 7 

[Preparation of a latex of a copolymer having an acid functional group (S)] 

55 

[01 36] A five-necked flask equipped with a stirrer, a reflux condenser, a nitrogen feeding port, a monomer feeding port 
and a thermometer was charged at one time with 200 parts of pure water, 0.6 part of sodium dioctylsulfosuccinate, .04 
part of SFS. 0.01 part of EDTA and 0.0025 part of ferrous sulfate. 
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[0137] The system was heated up to 65°C with stirring in nitrogen stream. After reaching 65°C, to the system was 
continuously added dropwise a monomer mixture at a first step comprising 5 parts of butyl methacryiate (BMA), 20 
parts of BA, 0.1 part of t-DM and 0.05 part of CHP. After the completion of addition, thereto was continuously added 
dropwise a monomer mixture at a second step comprising 60 parts of BMA, 15 parts of methacrylic acid (MAA), 0.2 

5 part of t-DM and 0.15 part of CHP. The monomer mixtures at the first step and the second step were added dropwise 
continuously and constantly for 5 hours. At 2 hours after starting addition, 0.6 part of sodium dioctylsulfosuccinate was 
added. After the completion of addition, stirring was continued at 65°C for one hour to finish the polymerization. Thus a 
latex of a copolymer having an acid functional group(s) was obtained. The polymerization conversion was 98 %. The 
obtained latex had a concentration of solid component of 33 %. a gel content of 0 % and an average particle diameter 

w oflOOnm. 

PREPARATION EXAMPLES 8 TO 10 
[Preparation of aromatic vinyl resins (T-1) to (T-3)] 

15 

[01 38] A five-necked flask equipped with a stirrer, a reflux condenser, a nitrogen feeding port, a monomer feeding port 
and a thermometer was charged with 250 parts of pure water, 1 .0 part of sodium dioctylsulfosuccinate as an emulsif ier, 
0.5 part of SFS, 0.01 part of EDTA and 0.0025 part of ferrous sulfate. The system was heated up to 60°C with stirring 
in nitrogen stream. After reaching 60 Q C, a monomer mixture at a first step shown in Table 1 was added at one time and 
20 further a momoner mixture at a second step was continuously added dropwise for 6 hours. And 0.5 part of sodium dioc- 
tylsulfosuccinate was added at one hour after and three hours after starting addition, respectively. After the completion 
of addition, stirring was continued at 60°C for one hour and then latexes of aromatic vinyl resins (T-1) to (T-3) were 
obtained, respectively. The polymerization conversion and the concentration of solid component are shown in Table 1 . 
[0139] Abbreviations in Table 1 indicate the followings: 

25 

AN: acrylonitrle 
ST: styrene 
aS: a-methylstyrene 
PMI: N-phenylmaleimide 



TABLE 1 



Components of aromatic vinyl resin 
(parts) 


Prep. Ex. No. 8 


Prep. Ex. No. 9 


Prep. Ex. No. 10 


Monomer mixture at a first step 








AN 


25 




17 


ST 


75 




63 


aS 




75 




PMI 






20 


t-DM 


0.3 


0.2 


0.2 


CHP 


0.2 




0.3 


Monomer mixture at a second step 








AN 




25 




aS 








t-DM 




0.2 




CHP 




0.3 




Polymerization conversion (%) 


99 


95 


98 


Concentration of solid component (%) 


29 


28 


29 


Abbreviation 


T-1 


T-2 


T-3 
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EXAMPLE 1 

(1) Preparation of graft copolymer particles (1) containing coagglomerated rubber prepared from a mixed latex of a sil- 
icone rubber latex and an acrylic rubber latex 

5 

[0140] Twenty parts (solid) of silicone rubber latex (A-1 ) and 80 parts of acrylic rubber latex (B-1 ) were mixed and the 
mixture was stirred for 15 minutes and heated up to 60°C. After reaching 60°C, the pH of the system was adjusted to 
10 by adding sodium hydroxide to the system and then 3.5 parts (solid) of the latex of a copolymer having an acid func- 
tional group (S) was added. Stirring was continued for 45 minutes to finish the coagglomeration of particles. The particle 

10 diameter of the obtained coagglomerated rubber particles of enhanced particle size was 310 nm. 

[0141] A five-necked flask equipped with a stirrer, a reflux condenser, a nitrogen, feeding port, a monomer feeding 
port and a thermometer was charged at one time with 240 parts of pure water, 60 parts (solid) of the coagglomerated 
rubber, 0.3 part of sodium oleate, 0.2 part of SFS, 0.01 part of EDTA and 0.0025 part of ferrous sulfate. 
[0142] The system was heated up to 65°C with stirring in nitrogen stream. After reaching 65°C, a mixture comprising 

15 30 parts of styrene (ST), 10 parts of acrylonrtrile (AN) and .01 part of CHP was continuously added dropwise over 3 
hours. After the completion of addition, stirring was continued at 65°C for one hour to finish the polymerization. Thus a 
latex of graft copolymer particles (I) was obtained. The obtained latex had a concentration of solid component of 29 %, 
an average particle diameter of 350 nm and a gel content of 90 %. 

20 (2) Preparation and physical property evaluation of AN-ST resin containing the coagglomerated rubber 

[0143] The obtained latex of graft copolymer particles (I) and the latex of AN-ST copolymer (T-1) obtained in Prepa- 
ration Example 9 were mixed so that the amount of the coagglomerated rubber was 20 % in solid basis and then a latex 
of AN-ST resin containing the coagglomerated rubber was obtained. The latex was coagulated by adding 2 parts of cal- 
25 cium chloride thereto, and the coagulated slurry was dehydrated and dried to obtain a powder of AN-ST resin contain- 
ing the coagglomerated rubber. 

[0144] Subsequently, to 100 parts of the obtained AN-ST resin powder containing the coagglomerated rubber were 
added 0.2 part of a phenolic stabilizer (AO-20, available from Asahi Denka Kogyo KABUSIKI KAISHA) and 0.5 part of 
ethylenebisstearylamide. The mixture was melt-kneaded in a single-screw extruder (HW-40-28, made by Tabata Indus- 
30 trial Machinery Co., Ltd.) to prepare pellets. Test specimens for Izod impact strength and molded plates were prepared 
using the pellets by means of FAS 100B injection molding machine (made by FANUC LTD.) at a cylinder temperature 
of 240°C. Evaluation of Izod impact strength and falling weight impact strength were carried out and evaluation of 
appearance of molded products by visually observing molded plates were carried out. And processability in injection 
molding was evaluated using the pellets. The results are shown in Table 2. 

35 

COMPARATIVE EXAMPLE 1 J 

[0145] In order to compare with Example 1 , an AN-ST resin containing an acrylic rubber was prepared and physical 
properties of the resin were evaluated. 
40 [01 46] A five-necked flask equipped with a stirrer, a reflux condenser, a nitrogen feeding port, a monomer feeding port 
and a thermometer was charged at one time with 200 parts of pure water, 0.08 part of sodium rhodinate, 0.4 part of 
SFS, 0.01 part of EDTA and 0.0025 part of ferrous sulfate. 

[0147] The system was heated up to 40°C in nitrogen stream with stirring. After reaching 40°C, 10 % of a mixture 
comprising 100 parts of BA, 1 part of AIM A and 0.1 part of CHP was added at one time. After stirring for one hour, the 

45 rest of the mixture was continuously added dropwise thereto over 6 hours. And 0. 1 part of sodium rhodinate was added 
at one hour and three hours after starting polymerization, respectively. After the completion of adding the rest of the 
mixture, 0.1 part of sodium rhodinate was added, and stirring was continued for one hour to finish the polymerization. 
The polymerization conversion was 99 %. The obtained latex had a concentration of solid component of 30 %, an aver- 
age particle diameter of 290 nm and a gel content of 98 %. 

so [0148] In the same manner as in Example 1 except using the obtained acrylic rubber latex instead of the latex of coag- 
glomerated rubber in Example 1 , a latex of graft copolymer particles (V) was prepared and using the latex an AN-ST 
resin composition (AN-ST resin containing an acrylic rubber) was prepared. Physical properties of the composition 
were evaluated in the same manner as in Example 1 . The results are shown in Table 2. 

55 COMPARATIVE EXAMPLE 2 

[0149] In order to compare with Example 1 , an AN-ST resin containing silicone rubber was prepared and physical 
properties of the resin were evaluated. 
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[0150] A mixture comprising 200 parts of pure water, 1 part of SDBS, 1 part of DBS A, 100 parts of D4, 2 parts of 
MPrDMS and 1 part of TEOS, as a raw material of silicone rubber, was stirred at 1 0000 rpm for 5 minutes by means of 
a homomixer, and then passed twice through a high pressure homogenizer set at a pressure of 300 kgf/cm 2 to prepare 
an emulsion. The obtained emulsion was put at one time into a five-necked flask equipped with a stirrer, a reflux con- 

5 denser, a nitrogen feeding port, a monomer feeding port and a thermometer. The system was heated to 90°C over 
about 50 minutes and then stirred for 5 hours. Thereafter, the system was cooled to 25°C and kept at that temperature 
for 20 hours and then, the pH was adjusted to 8.3 with a sodium hydroxide aqueous solution to finish the polymerization. 
Thus a silicone rubber latex was obtained. The polymerization conversion was 88.0 %. The obtained latex had a con- 
centration of solid component of 30 %, an average particle diameter of 280 nm and a gel content of 85 %. 

10 [0151] In the same manner as in Example 1 excepting of using the obtained silicone rubber latex instead of the latex 
of coaggtomerated rubber in Example 1, a latex of graft copolymer particles (n 1 ) was prepared and using the latex an 
AN-ST resin composition (AN-ST resin containing a silicone rubber) was prepared. Physical properties of the compo- 
sition were evaluated in the same manner as in Example 1 . The results are shown in Table 2. 

15 COMPARATIVE EXAMPLE 3 

[0152] In order to compare with Example 1, an AN-ST resin containing a composite rubber of a silicone rubber and 
an acrylic rubber was prepared and physical properties of the resin were evaluated. The composite rubber of a silicone 
rubber and an acrylic rubber was prepared according to the method described in Japanese Unexamined Patent Publi- 
20 cation No. 100812/1992. 

[01 53] A five-necked flask equipped with a stirrer, a reflux condenser, a nitrogen feeding port, a monomer feeding port 
and a thermometer was charged at one time with 240 parts of pure water and 20 parts (solid) of the silicone rubber 
obtained in Comparative Example 2. 

[0154] The system was heated up to 40°C in nitrogen stream with stirring. After reaching 40°C, a mixed liquid com- 
25 prising 80 parts of BA, 0.8 part of AIM A and 0.07 part of CHP was added at one time thereto. After addition, the mixture 
was stirred for 30 minutes. Then thereto was added at one time an aqueous solution comprising 5 parts of pure water, 
0.2 part of SFS, 0.0025 part of ferrous sulfate and 0.01 part of EDTA to start polymerization. Stirring was continued for 
2 hours to finish the polymerization. Thus, a latex of a composite rubber containing a silicone rubber and an acrylic rub- 
ber was obtained. The polymerization conversion was 98 %. The obtained latex had a concentration of solid component 
30 of 30 %, an average particle diameter of 330 nm and a gel content of 96 %, 

[0155] In the same manner as in Example 1 except using the obtained a latex of the composite rubber containing a 
silicone rubber and an acrylic rubber instead of the latex of coaggtomerated rubber in Example 1 , a latex of graft copol- 
ymer particles (nr) was prepared. Using the latex an AN-ST resin composition (AN-ST resin containing a composite 
rubber of a silicone rubber and an acrylic rubber) was prepared. Physical properties of the composition were evaluated 
35 in the same manner as in Example 1 . The results are shown in Table 2. 

COMPARATIVE EXAMPLE 4 

[0156] In order to compare with Example 1 , a blended resin of an AN-ST resin containing an acrylic rubber and an 
40 AN-ST resin containing a silicone rubber was prepared and physical properties thereof were evaluated. The latex of 
AN-ST resin containing an acrylic rubber obtained in Comparative Example 1 and the latex of AN-ST resin containing 
a silicone rubber obtained in Comparative Example 2 were mixed so that the ratio of the acrylic rubber / the silicone 
rubber was 80/20. The obtained mixed latex was coagulated, dehydrated and dried in the same manner as in Example 
1 to obtain a blended resin. Physical properties of the blended resin were evaluated in the same manner as in Example 
45 1 . The results are shown in Table 2. 

[0157] Evaluation of appearance of molded products in Table 2 was carried out, using molded plates used for a test 
of falling weight impact strength, by observing it with naked eyes, and a plate having excellent surface condition was 
estimated as O. and a plate with a pattern of black lines on the surface was estimated as X. 

50 
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Table 2 





Izod impact strength 
(kg •cm/cm) 


Falling weight Impact 
strength (kg*m) 


Processability in 
injection molding 
(mm) 


Appearance of 
molded products 




23°C 


-30°C 


23°C 


-30°C 






Ex.No. 














1 


19 


8 


6.2 


2.3 


710 


O 


Com.Ex.No. 














1 


8 


2 


4.8 


1.7 


590 


O 


2 


12 


7 


3.1 


2.0 


650 


X 


3 


12 


6 


5.2 


1.9 


660 


O 


4 


10 


3 


5.0 


1.9 


610 


X 



20 [01 58] As is dear from Table 2, it is seen that the AN-ST resin composition containing the graft copolymer particles 
of coagglomerated rubber of the present invention is excellent in impact resistant, processability and appearance of 
molded products, compared with each of a resin composition containing an acrylic rubber, a silicone rubber or a con- 
ventional composite rubber of a silicone rubber and an acrylic rubber, or a blended resin. 

25 EXAMPLES OF 2 TO 5 AND COMPARATIVE EXAMPLE 5 

(1) Preparation of graft copolymer particles (II) to (V) and (IV) containing coagglomerated rubber prepared from a 
mixed latex of a silicone rubber latex and an acrylic rubber latex 

30 [01 59] As Examples 2 to 5, latexes of coagglomerated rubber and latexes of graft copolymer particles (II) to (V) con- 
taining the coagglomerated rubber were prepared in the same manner as in Example 1 except changing the Wnd and 
amount of a silicone rubber latex and an acrylic rubber latex in Example 1 to those shown in Table 3. 
[0160] As Comparative Example 5, a latex of agglomerated rubber and a latex of graft copolymer particles (IV) con- 
taining the agglomerated rubber were prepared in the same manner as in Example 1 except using only an acrylic rub- 

35 ber latex as shown in Table 3. 

[0161] Table 3 shows the average particle diameter of the obtained coagglomerated rubber particles and the agglom- 
erated rubber particles, the polymerization conversion of graft-polymerization and the concentration of solid component 
of latex of graft copolymer particles. 
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(2) Preparation of AN-ST resin composition and evaluation of physical properties thereof 

[0162] AT-ST resin compositions were prepared using the latexes containing graft copolymers (n) to (V) and (TNT), 
respectively, in the same manner as in Example 1 . 
s [0163] And evaluation of Izod impact strength, processability and appearance of molded products was carried out in 
the same manner as in Example t. The results are shown in Table 4. 



TABLE 4 





Graft copolymer par- 
ticles 


Izod impact strength 
(kg •cm/cm) 


Processability in 
injection molding 
(mm) 


Appearance of 
molded products 






23°C 


-30°C 






Ex.No. 












2 


n 


16 


6 


700 


O 


3 


m 


18 


8 


720 


O 


4 


IV 


20 


10 


720 


O 


5 


V 


17 


7 


710 


O 


Com. Ex. No. 












5 


IV 


9 


8 


610 


O 



[0164] As is clear from the results of Table 4, it is seen that the composition using the graft copolymer particles com- 
prising coagglomerated rubber prepared from silicone rubber particles and acrylic rubber particles shows high impact 
resistance and excellent processability compared with the composition using the graft copolymer particles comprising 
30 the agglomerated rubber prepared from only acrylic rubber particles. It is also seen that the impact resistance, process- 
ability and appearance of molded products are excellent even in the case of changing the ratio of an acrylic rubber and 
a silicone rubber in the coagglomerated rubber. 

EXAMPLES 6 TO 8 AND COMPARATIVE EXAMPLE 6 

35 

(1) Preparation of graft copolymer particles (VI) to (vm) and (V) containing coagglomerated rubber prepared from a 
mixed latex of a silicone rubber latex and a butadiene rubber latex 

[0165] As Examples 6 to 8, latexes of graft copolymer particles (VI) to (vm) containing coagglomerated rubber were 
40 prepared in the same manner in Example 1 except that the butadiene rubber latex (B-2) was used instead of the acrylic 
rubber latex (B-1) in Example 1 and the kind and amount of a silicone rubber latex and a butadiene rubber latex were 
changed to those shown in Table 5. 

[0166] As Comparative Example 6, a latex of agglomerated rubber and a latex of graft copolymer particles (V) con- 
taining the agglomerated rubber were prepared in the same manner as in Example 1 except using only a butadiene rub- 
45 ber latex as shown in Table 5. 

[01 67] Table 5 shows the average particle diameter of the obtained coagglomerated rubber particles and the agglom- 
erated rubber particles, the polymerization conversion of graft polymerization, the concentration of solid component in 
the latex of graft copolymer particles and the average particle diameter of graft copolymer particles. 
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(2) Preparation of an AN-ST resin composition and evaluation of physical properties 

[01 68] AN-ST resin compositions were prepared using the latexes containing graft copolymers (VI) to (VIII) and ( V), 
respectively, in the same manner as Example 1. And evaluation of Izod impact strength and falling weight impact 
strength was carried out in the same manner as in Example 1. The results are shown in Table 6. 



TABLE 6 





Izod impact strength 
(kg • cm/cm) 


Falling weight impact 
strength at 23°C (kg • m) 




23°C 


-30°C 




Ex.No. 








6 


32 


12 


5.5 


7 


30 


14 


5.2 


8 


33 


14 


5.3 | 


Com.Ex.No. 








6 


26 


9 


4.4 



[0169] As is clear from the results of Table 6, it is seen that the composition using the graft copolymer particles com- 
prising coagglomerated rubber prepared from silicone rubber particles and butadiene rubber particles shows high 
impact resistance compared with the composition using the graft copolymer particles comprising the agglomerated rub- 
ber prepared from only butadiene rubber particles. It is also seen that the impact resistance is excellent even in the case 
of changing the ratio of a silicone rubber and a butadiene rubber in the coagglomerated rubber. 

EXAMPLES 9 AND 10 AND COMPARATIVE EXAMPLES 7 AND 8 

[0170] As Examples 9 and 10, latexes of graft copolymer particles (IX) and (X) containing coagglomerated rubber 
were prepared using the coagglomerated rubber in Example 1 and the components shown in Table 7. The additional 
components were added dropwise over 4 hours in nitrogen stream at a polymerization temperature of 60°C. After addi- 
tion, stirring was continued for one hour to finish the polymerization. And as Comparative Examples 7 and 8, latexes of 
graft copolymer particles (VT) and (VII*) containing a composite rubber of a silicone rubber and an acrylic rubber were 
obtained by carrying our the same graft polymerization using the composite rubber of a silicone rubber and an acrylic 
rubber prepared in Comparative Example 3. 
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TABLE 7 





Components 


Ex.9 


Ex. 10 


Comp. Ex. 7 


Comp. Ex. 8 


5 


Amounts of initially 
charged compo- 
nents (parts) 










10 


Pure water 


280 


280 


280 


280 


Coagglomerated rub- 
ber prepared in Ex.1 
(solid) 


70 


50 


- 


- 


15 


Composite rubber of 
a Silicone rubber and 
an acrylic rubber pre- 
pared in Comp. Ex. 3 

V 50,,a / 


- 


- 


70 


50 


20 


Sodium n I Pa to 


i 


4 
1 


i 


1 








A A 

0.2 


0.2 




FfYTA 


A A4 

U.U1 


a A^ 
0.01 


0.01 


0.01 


25 


rerrous surraie 


0.0025 


0.0025 


0.0025 


0.0025 




rNUUI IIUI Idl WJIIipO 

nents (parts) 












O 1 




35 


21 


35 


30 


AN 


9 


15 


q 


IO 




t-DM 




0.2 




0.2 




CHP 


0.3 


0.1 


0.3 


0.1 


35 


Polymerization con- 
version (%) 


98 


99 


99 


97 




Average particle 
diameter (nm) 


350 


390 


370 


410 


40 


Abbreviation 


IX 


X 


vr 





[0171] The obtained latexes and the latexes of aromatic vinyl resins (T-2) and (T-3) obtained in Preparation Examples 
9 and 10 were mixed in the combination shown in Table 8, respectively, so that the amount of rubber was 20 %. And 
then the resulting latex was coagulated by adding 2 parts of calcium chloride to obtain a slurry. The obtained slurry was 

45 dehydrated and dried to obtain a powder of thermoplastic resin composition. 

[0172J Subsequently, to 1 00 parts of the obtained powder of thermoplastic resin composition were added 0.2 part of 
a phenolic stabilizer (AO-20, available from Asahi Denka Kogyo KABUSIKI KAISHA) and 0.5 part of ethyl enebisstear- 
ylamide. The mixture was melt-kneaded in a single-screw extruder (HW-40-28, made by Tabata Kikai KABUSIKI KAI- 
SHA) to prepare pellets. Molded plates were prepared using the pellets by means of FAS 100B injection molding 

so machine (made by FANUC LTD.) at a cylinder temperature of 260°C. 

[0173] Evaluation of felling weight impact strength and thermal resistance (HDT) was carried out. And processabiltty 
in injection molding was evaluated using the pellets. The results are shown in Table 8. 
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TABLE 8 



5 




Graft Copolymer 
Particle 


Aromatic Vinyl resin 


Falling weight 
impact strength at 
23°C (kg*m) 


HDT (°C) 


Process-Ability in 
injection molding 
(mm) 




Ex.No. 














9 


DC 


T-2 


4.4 


115 


480 


10 


10 


X 


T-3 


4.1 


115 


580 




Comp.Ex.No. 














7 


VT 


T-2 


4.1 


115 


440 


15 


8 


VIT 


T-3 


3.9 


114 


550 



[0174] As is clear from Table 8, it is seem that the thermoplastic resin composition of the present invention not only 
is excellent in impact resistance and processability, but also has thermal resistance in good balance. 

20 

EXAMPLE 11 

(1) Preparation of graft copolymer particles (XI) containing coagglomerated rubber 

25 [01 75] A five-necked flask equipped with a stirrer, a reflux condenser, a nitrogen feeding port, a monomer feeding port 
and a thermometer was charged at one time with 220 parts of pure water, 80 parts (solid) of the coagglomerated rubber 
obtained in Example 1 , 0.2 part of sodium rhodinate, 0.2 part of SFS, 0.01 part of EDTA and 0.0025 part of ferrous sul- 
fate. 

[0176] Subsequently, the system was heated up to 45°C in nitrogen stream with stirring. After reaching 45°C, a mix- 
30 ture comprising 20 parts of methyl methacryiate (MMA) and 0.08 part of t-butylhydroperoxide (t-BH) was continuously 
added dropwise over 2 hours. After addition, stirring was continued at 45°C for 1 hour to finish the polymerization. Thus 
a latex of graft copolymer particles (XI) containing the coagglomerated rubber was obtained. The polymerization con- 
version was 97 %. The obtained latex had a concentration of solid component of 31 %, an average particle diameter of 
330 nm and a gel content of 93 %. 
35 [01 77] The obtained latex was coagulated by adding 2 parts of calcium chloride, and then the coagulated slurry was 
dehydrated and dried to obtain a powder of graft copolymer particles (XI) containing the coagglomerated rubber. 

(2) Preparation of a vinyl chloride resin composition and evaluation of physical properties thereof 

40 [0178] A mixture comprising 100 parts of vinyl chloride resin, 10 parts of the graft copolymer particles (XI), 2.5 parts 
of a tin stabilizer, 0.5 part of a lubricant. 3.0 parts of a filler and 2 parts of a polymer processing aid was kneaded for 5 
minutes by means of mixing rolls at 1 80°C, and then test specimens were prepared by compression molding at 190°C 
for 15 minutes. There were used as vinyl chloride resin KANEVINYL S1008 available from KANEKA CORPORATION, 
as a tin stabilizer N-2000E available from Nitto Kasei Co., Ltd., as a lubricant Hoechst-Wachs E available from Hoechst, 

45 as a filler R-650 available from Sakai Chemical Industry Co., Ltd. and as a polymer processing aid KANE ACE PA-20 
available from KAKEKA CORPORATION. An Izod impact strength was measured at 23°C and 0°C using the obtained 
test specimens. The same measurement was carried out using test specimens exposed for 1000 hours in a sunshine 
weatherometer. Color tone of the test specimen immediately after molding (initial color tone) and thermal discoloration 
were also evaluated. The results are shown in Table 9. 

50 

COMPARATIVE EXAMPLE 9 

[0179] A powder of graft copolymer particles (VET) was prepared by graft polymerization in the same manner as in 
Example 1 1 except using the composite rubber of a silicone rubber and an acrylic rubber obtained in Comparative 
55 Example 3. On the other hand, vinyl chloride resin composition was prepared in the same manner as in Example 1 1 (2) 
except using the powder of graft copolymer particles (vnT) instead of the powder of graft copolymer particles (XI), and 
test specimens were prepared therefrom. 

[0180] Using the obtained test specimens, an Izod impact strength, initial color tone and thermal discoloration were 
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evaluated in the same manner as in Example 1 1 . The results are shown in Table 9. 

[0181 ] The initial color tone shown in Table 9 was evaluated by color difference based on a color tone of test specimen 
for Izod impact strength prepared with the composition in Example 1 1 (2) except for graft copolymer particles (XI). 



TABLE 9 





Izod impact strength (kg • cm/cm) 


Initial color tone (AE) 


Thermal discolorat ion 
(AE) 




Immediately after molding 


After exposing 








23°C 


0°C 


23°C 






Ex. No. 












11 


122 


11 


112 


3 


23 


Comp.Ex.No. 












9 


115 


9 


104 


6 


35 



[0182] From the results of Table 9, it is seen that when the graft copolymer particles of the present invention containing 
coagglomerated rubber are used as an impact resistance modifier for vinyl chloride resin, the vinyl chloride resin com- 
position are excellent in impact resistance, weather resistance, initial color tone and thermal discoloration resistance, 
compared with the composition containing graft copolymer particles containing a composite rubber of a silicone rubber 
and an acrylic rubber. 

EXAMPLES 12 TO 14 AND COMPARATIVE EXAMPLES 10 TO 12 

[0183] As Examples 12 to 14 and comparative Examples 10 to 12, test specimens were prepared in the same manner 
as in Example 1 1 with changing the amounts of graft copolymer particles in vinyl chloride resin composition in Example 
1 1 and Comparative Example 9 to those shown in Table 10, respectively. And an Izod impact strength was measured 
in the same manner as in Example 11. The results are shown in Table 1 0. 



TABLE 10 





Graft copolymer Particles 


Izod impact (kg • cm/cm) 


strength 




Kind 


Amount (parts) 


23°C 


0°C 


Ex. No. 










12 


XI 


5 


10 


5 


13 


XI 


7 


15 


7 


14 


XI 


15 


178 


98 


Comp.Ex.No. 










10 


vnr 


5 


9 


4 


11 


vnr 


7 


12 


6 


12 


vnr 


15 


167 


92 



[0184] From the results of Table 1 0, it is seen that the composition containing coagglomerated rubber of the present 
invention are excellent in impact resistance even in the case of changing the ratio of the graft copolymer particles added 
to vinyl chloride resin, compared with the composition containing graft copolymer particles of a composite rubber of a 
silicone rubber and an acrylic rubber prepared by a conventional method. 
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EXAMPLES 15 TO 18 

(1 ) Preparation of graft copolymer particles (XII) to (XV) containing coagglomerated rubber prepared from a mixed latex 
of a silicone rubber latex and an acrylic rubber latex 

5 

[0185J As Examples 15 to 18, coagglomerated rubbers were prepared in the same manner as in Example 1 except 
changing the kind and amount of a silicone rubber latex and an acrylic rubber latex in Example 1 to those shown in 
Table 10. Each powder of graft copolymer particles (XII) to (XV) were prepared using the obtained coagglomerated rub- 
ber in the same manner as in Example 11. Table 1 1 shows the average particle diameter of the obtained coagglomer- 
w ated rubber particles and the obtained graft copolymer particles, and polymerization conversion of graft polymerization. 
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(2) Preparation of vinyl chloride resin composition and evaluation of physical properties thereof 

[0186] vinyl chloride resin compositions were prepared in the same manner as in Example 1 1 except using powders 
of the graft copolymer particles from (XII) to (XV) containing coagglomerated rubber instead of powder of the graft 
s copolymer particles (XI) containing coagglomerated rubber in Example 11 and test Specimens were prepared in the 
same manner as in Example 1 1 . Then an Izod impact strength was measured- The results are shown in Table 12. 

COMPARATIVE EXAMPLE 13 

10 [0187] An agglomerated rubber (average particle diameter: 320 nm) comprising only acrylic rubber particles was pre- 
pared in the same manner as in Example 1 5 except using the acrylic rubber latex (B-1) prepared in Preparation Exam- 
ple 7 instead of the silicone rubber latex (A-2) in Example 15. A powder of graft copolymer particles (IX 1 ) was prepared 
using the obtained agglomerated rubber in the same manner as in Example 15. Test specimens were prepared in the 
same combination and method as in Example 1 1 except using the powder of the graft copolymer particles (DC) instead 

15 of the powder of the graft copolymer particles (X). And an Izod impact strength was measured. The results are shown 
in Table 12. 



TABLE 12 





Graft copolymer parti- 
cles 


Izod impact strength 
(kg- cm/cm) 






23°C 


0°C 


Ex. No. 








15 


XII 


115 


10 


16 


XIII 


135 


12 


17 


XIV 


125 


12 


18 


XV 


120 


14 


Comp.Ex.No. 








13 


IX' 


35 


6 



35 

[0188] From the results shown in Table 12, it is seen that high impact resistance is given even in the case of changing 
the ratio of a silicone rubber in a coagglomerated rubber contained in graft copolymer particles. It is also seen that high 
impact resistance cannot be given even using an agglomerated rubber containing only an acrylic rubber particles. 

40 EXAMPLE 19 AND COMPARATIVE EXAMPLE 14 

[0189] As Example 1 9, a powder of graft copolymer particles (XVI) containing a coagglomerated rubber was prepared 
using the coagglomerated rubber obtained in Example 1 and the following components. The polymerization tempera- 
ture was 60°C, and the additional components were added dropwise over 3 hours in nitrogen stream. After addition, stir- 
45 ring was continued for one hour to finish the polymerization. Thee powder was recovered from the latex in the same 
manner as in Example 1 1. The polymerization conversion was 98 % and the average particle diameter was 370 nm. 



29 



EP0943 635A1 



Initially charged components 


Pure water 


240 parts 


Coagglomerated rubber obtained in Example 1 (solid) 


60 parts 


Sodium oleate 


0.5 part 


SFS 


0.2 part 


EDTA 


0.01 part 


Ferrous sulfate 


0.0025 part 


Additional components 


ST 


27 parts 


AN 


11 parts 


Methacrylic acid 


2 parts 


t-DM 


0.4 part 


CHP 


0.1 part 



[01 90] As Comparative Example 1 4, a powder of graft copolymer particles (X*) was prepared in the same manner as 
mentioned above except using the composite rubber of a silicone rubber and an acrylic rubber obtained in Comparative 
Example 3. 

[0191] The obtained powder of graft copolymer particles was mixed in an amount shown in Table 13 based on 100 
parts of the thermoplastic resin shown in Table 13, and to the mixture were added 0.2 part of a phenolic stabilizer (AO- 
20. available from Asahi Denka Kbgyo KABUSIKI KAISHA) and 0.5 part of ethylenebisstearylamide. The mixture was 
melt-kneaded in a single-screw extruder (HW-40-28, made by Tabata Kikai KABUSIKI KAISHA) to prepare pellets. Test 
specimens for Izod impact strength were prepared using the pellets by means of FAS100B injection molding machine 
(made by FANUC LTD.) at a cylinder temperature of 260°C. Then an Izod impact strength was evaluated. The results 
are shown in Table 13. 

EXAMPLES 20 AND 21 AND COMPARATIVE EXAMPLES 15 AND 16 

[0192] As Examples 20 and 21 using the powder of graft copolymer particles (XI) obtained in Example 1 1. and as 
Comparative Examples 15 and 16 corresponding to Examples 20 and 21 , respectively, using the powder of graft copol- 
ymer particles (vnr) obtained in Comparative Example 9, test specimens were prepared in the same manner as in 
Example 1 9. Then an Izod impact strength was evaluated in the same manner as in Example 1 9. The results are shown 
in Table 13. 

[0193] Abbreviations of thermoplastic resins shown in Table 1 3 mean the followings: 

PA: polyamide 

PBT: poly(butylene terephthalate) 

PC: polycarbonate 



TABLE 13 





Graft copolymer particles 


Thermoplastic resin 


Izod impact strength 
23°C (kg • cm/cm) 




Kind 


Amount (parts) 






Ex. 19 


XVI 


30 


PA 


22 


Com. Ex. 14 


X* 


30 




18 


Ex.20 


XI 


15 




20 



30 
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TABLE 13 (continued) 





Graft copolymer particles 


Thermoplastic resin 


Izod impact strength 
23°C (kg • cm/cm) 




Kind 


Amount (parts) 






Com. Ex. 15 


VIM' 


15 


PBT 


18 . 


Ex.21 


XI 


5 




80 


Com. Ex. 16 


viir 


5 


PC 


76 



[0194] From the results shown in Table 13, it is seen that when the graft copolymer particles containing coagglomer- 
ated rubber of the present invention are employed as an impact resistance modifier for an engineering thermoplastic 
resin (Examples 19 to 21), high effect of improving impact resistance is given compared with the case of using graft 
copolymer particles containing a composite rubber of a silicone rubber and an acrylic rubber obtained by a conventional 
method (Comparative Examples 14 to 16). 

INDUSTRIAL APPLICABILITY 

[0195] According to the present invention, there can be obtained graft copolymer particles as a modifier of thermo- 
plastic resin, using a coagglomerated rubber prepared by coagglomerating a silicone rubber latex and an acrylic rubber 
latex and/or a conjugated diene rubber latex A thermoplastic resin composition comprising the graft copolymer parti- 
cles and a thermoplastic resin is excellent in impact resistance, weather resistance, processability, thermal discolora- 
tion resistance and appearance of molded products. 

Claims 

1. Graft copolymer particles prepared by graft-polymerizing a vinyl monomer to a coagglomerated rubber, wherein 
said rubber is prepared by coagglomerating rubber particles of a mixed latex obtained by mixing (A) a silicone rub- 
ber latex with (B) at least one latex selected from the group consisting of an acrylic rubber latex and a conjugated 
diene rubber latex in such an amount that a silicone content is from 1 to 90 % by weight based on the total rubber 
component. 

2. The graft copolymer particles of Claim 1 , wherein said coagglomerated rubber is prepared by adding from 0.1 to 
15 parts by weight of a latex of a copolymer having an acid functional group (solid basis) to 100 parts by weight of 
said mixed latex (solid basis), thereby coagglomerating said mixed latex, in which said latex of a copolymer having 
an acid functional group is prepared by copolymerizing from 1 to 30 % by weight of an unsaturated acid monomer, 
from 35 to 99 % by weight of a (meth) acrylate monomer and from 0 to 35 % by weight of another monomer copo- 
lymerizable thereto. 

3. The graft copolymer particles of Claim 1 , wherein said silicone rubber latex (A) is at least one rubber latex selected 
from the group consisting of a silicone rubber latex and a latex of a composite rubber comprising a silicone rubber 
and an acrylic rubber. 

4. The graft copolymer particles of Claim 1 , 2 or 3, wherein said vinyl monomer is at least one monomer selected from 
the group consisting of an aromatic vinyl monomer, a vinyl cyanide monomer, a vinyl halide monomer, a 
(meth)acrylic acid monomer and a (meth) acrylate monomer. 

5. A thermoplastic resin composition comprising 1 to 1 50 parts by weight of said graft copolymer particles of Claim 1 , 
2, 3 or 4 and 1 00 parts by weight of a thermoplastic resin. 

6. The thermoplastic resin composition of Claim 5, wherein said thermoplastic resin is at least one resin selected from 
the group consisting of polyvinyl chloride), polystyrene, styrene-acrylonitrile copolymer, styrene-acrylonitriie-N- 
phenylmaleimide copolymer, a-methylstyrene-acrylonitrile copolymer, poly(methyl methacrylate), methyl methacr- 
ylate-styrene copolymer, polycarbonate, polyamide, polyester, ABS resin, AAS resin, AES resin and poly(phe- 
nylene ether)-polystyrene composite resin. 
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